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Strainer for kitchen use 


save plenty—get improved 
rubber compounding, too! 


...with (5 00d-rite 


RESIN 50 


ERE’S an easy-processing, rein- 

forcing agent that cuts rubber 
compounding costs—and helps you 
get improved finished products. 


First big advantage of Good-rite 
Resin 50 is that it provides a new 
and simple compounding approach 
to hardness problems. As an ex- 
ample—it’s a means of filling in the 
gap between soft rubber compounds 
and ebonites. 


Good-rite Resin 50 brings more 
advantages. It saves time by elimi- 
nating masterbatching. Your rubber 
compounds gain better flex life, 
higher elongation, improved abra- 
sion resistance. They are more easily 
handled because Resin 50 acts as a 
plasticizer at processing tempera- 
tures. 

For extruded shapes such as gas- 
kets, tubing, coving, etc., especially 


on hard compounds, Resin 50 pro- 
vides improved surface smoothness 
and superior processing character- 
istics in the extruder. 

A white, free-flowing powder, 
Good-rite Resin 50 can be com- 
pounded in a wide range of colors. 
Send for technical information. 
Find out how Good-rite Resin 50 
can give you better results at lower 
costs. Just write Dept. CA-5, B. F. 
Goodrich Chemical Company, Rose 
Building, Cleveland 15, Ohio. 
Cable address: Goodchemco. 


B. F. Goodrich Chemical Company 
A Division of The B. F. Goodrich Company 


Hycar 


Reg US Pat Of 


Amuuii Ripper 


GEON polyvinyl materials e HYCAR American rubber e GOOD-RITE chemicals and plasticizers e HARMON organic colors 








Intricate shapes... true to the die... 


Philblack’ A is the reason why! 


Get an eyeful of this! Philblack A is the molder’s delight! Makes it easy to produce 
difficult, intricate shapes, from thin wall tubings to accurate channel strips. And 
smooth feather edges, glossy surfaces, pliancy and suppleness give your products 
eye-and-touch appeal. 

Order Philblack A in bags or in bulk for use in natural, synthetic or cold rubber. 
Consult us about your specific problems. Our technical representatives are experts 


in resourceful, economical rubber compounding with Philblack A. 


PHILLIPS CHEMICAL COMPANY 


PHILBLACK SALES DIVISION 


EVANS BUILDING - AKRON 8, OHIO 


PHILBLACK EXPORT SALES DIVISION « 80 BROADWAY +« NEW YORK 5,N. Y. 


snd Philblack O are manufactured at Borger, Texas. Warehouses in Akron, Boston, Chicago and Trenton. 


ent: Harwick Standard Chemical Company, Los Angeles. Canadian agent: H. L. Blachford, Ltd., Montreal and Toronto. 





We think you'll like “THE GREATEST STORY EVER TOLD” 


Fvery Sunday 
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| to oils and aromatic fuels has top priority 
in aircraft fuel cells. And in many such applications, 
you'll find manufacturers using CHEMIGUM— 
Goodyear’s nitrile type synthetic elastomer. Reason 
for this high preference is that CHEMICUM offers out- 
standing properties in this critical application—good 


flexibility, highest resistance to aromatic fuels, low 
contamination and minimum swell. 


These same characteristics make CHEMICUM ideal for 
use in making fuel oil hose, chemical pipe, grease- 
resistant gaskets, printers blankets—and any product 
where oil and grease resistance is important. And 
when you use CHEMIGUM you get ease of processing 
and uniformly high quality. 


CHEMICGUM is normally available in three types — 
CuHemicum N3NS, for use where extremely high 
resistance and critical tolerances are involved, and 
Cuemicum 50 N4NS and CuHemicum 30 N4NS, recom- 
mended for normal applications to resist oil, gasoline 
or solvent attack when other factors such as hardness, 
toughness and unit cost are important. 


Although CHEMIcUM is currently in short supply, now 
is the time to evaluate whichever form you desire in 
your laboratory. Write today for full details and 


samples to: 


Goodyear, Chemical Division, Akron 16, Ohio 


Chemigum—T. M. The Goodyear Tire & Rabber Company, Akron, Ohio 








1. BANBURY MIXERS are widely used in the processing of rubber and 
plastics. They produce uniformly mixed stocks of superior quality, 
with reduction in production cost and elimination of dust and fume 


hazards. They are made in seven sizes, laboratory size B to 
the No. 27 with botch capacity of 1000 pounds (1.50 specific gravity 
stock). *Bulletin No. 189. 


2. MILLS —Forrel-Birmingham mills for mixing, grinding, warming 
and sheeting are built in a complete range of sizes, from 6” x 13” 
for the laboratary up to 28” x 84” heavy-duty machines for the fac- 
tory. For special requirements, variations in designs are obtainable, 
often from existing plans. *Bulletin No. 173. 





For many years Farrel-Birmingham has made a specialty 
of engineering complete setups for processing rubber 
and plastics. The F-B engineering department is staffed 
by men with special training and unusual qualifica- 
tions who have had many years of experience in the 
design of machinery built by the company. 


The layout shown here is typical of successful instal- 
lations developed by Farrel-Birmingham engineers. 
These installations are composed of production units 
designed for most efficient step-by-step conversion of 
raw material to the finished or semi-finished product, 
then matched in capacity for planned processing flow. 
Production flows smoothly, without costly interrup- 
tions, and manual aid and supervision are reduced to 
a minimum. 


Farrel-Birmingham engineers will be glad to discuss 
the possibility of improving your production efficiency 
or cutting your handling costs through planned process- 
ing flow. Write for further information about any of 


the production units described in these pages. 


FARREL-BIRMINGHAM COMPANY, INC. 


ANSONIA, CONNECTICUT 
Plants: Ansonia and Derby, Conn., Buffalo, N.Y 
Sales Offices 
Ansonia, Buffalo, New York, Akron, Chicago, Los Angeles, Houston 


3. CALENDERS — Foarrel-Birmingham calenders are made in any size 
for both laboratory and factory. Designed to fit individual require- 
ments, they are made with any ber and ar t of rolls 
and fitted with attachments to suit their heamodes function. *Bulletin 


No. 174. 





7. STRAINER-EXTRUDERS are designed to receive 
stock directly from a Banbury and discharge directly 
into a calender or other processing unit, eliminating 
the need for sheeting or warming mills. Made in 7”, 
8%" and 12” sizes to match the capacities of stand- 
ard 3A, 9 and 11 Banburys. *Bulletin No. 33-R-502. 


6. GORDON PLASTICATORS are designed for break- 
ing down rubber. They soften the stock by mechanical 
action so that it may be more readily worked ond 
mixed with « in 
operations. Made in br atl 15 and 20” sizes. 





5. HALE PELLETIZERS — Designed to transform hard- 
to-handle rubber into small, free-flowing pellets, the 
Hole pelletizer also imp: + the plasticity of the stock 
and gives better dispersion of the various ingredients. 
Machines are built in 7”, 12’, 15” and 20” sizes. 





4. TUBING AND STRAINING MACHINES — Built for high-speed, low 
temperoture operation, these machines extrude stock of high density 
and uniformity. Exclusive roller feed maintains a constant supply of 
stock to the screw and eliminates trapped air. Available in 6”, 8”, 
8%" and 10” sizes. *Bulletin No. 175. 
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Fo, and quality control used to be at 
loggerheads all the time and Moe Muscles hated 
the lights and the liver of Inspector Mike. But 
that’s over and done with now. Ever since Dow SPECIFY 

Corning introduced silicone mold lubricants to DOW CORNING SILICONE 
the rubber industry over five years ago, there RELEASE AGENTS 

has been a strange and unaccustomed peace x} 





between the pressman and the inspector. 


That’s because Dow Corning Silicone release 
agents give quick and easy release of even 
the most complicated parts from molds that 
stay clean much longer. High surface finish, 
uniformly sharp detail and closer tolerances 
come by the drum and non-knits, foldovers, 
loose tuck-unders and not-filled-out parts 





practically disappear. 


Dow Corning Silicones Mean Business! 


For more information call our nearest 
branch office or write for 


data sheet M-10 











DOW CORNING itm CORPORATION 


MIDLAND SILICONES MICHIGAN 


ATLANTA @ CHICAGO e CLEVELAND e¢ DALLAS e¢ LOS ANGELES * NEWYORK e¢ WASHINGTON, D. C. 
IN CANADA: FIBERGLAS CANADA LTD., TORONTO ¢ GREAT BRITAIN: MIDLAND SILICONES LTD., LONDON 





We think you'll like “THE GREATEST STORY EVER TOLD’ 


Every 


Sunday 
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IGHTWEIGHT football helmets 
L with the exact combination 
of hardness and rigidity needed 
for safety and protection of 
players now are in use on many 
of the country’s gridirons— 
thanks to PLio-TurF—Goodyear’s 
combination of rubber and rein- 
forcing resin. 

This versatile material may be 
compounded by users—combin- 
ing PLioLiTE S-6, Goodyear’s 


use-proved styrene-butadiene 


copolymer, with the rubber of 


their choice—giving a wide range 
of characteristics to meet spe- 
cific requirements of hardness, 
rigidity, impact resistance and 
specific gravity. PLio-TuF com- 
pounds in a wide range of colors 


may be made, too. 


Because of the versatility of this 
resin-and-rubber combination, 
such uses as industrial safety 
helmets, sporting goods, textile 
spools, tote boxes, chemical con- 
tainers, etc., are only an indica- 
tion of the potential PLio-TuF 
offers to manufacturers. 


Although the resins used in 
Piio-TuF—PLIOLITE S-6 or S-6B 
—are currently in short supply, 
your laboratory can secure 
samples for full evaluation now. 
Write for full information and 


samples to: 


Goodyear, Chemical Division 


Akron 16, Ohio 


TESTED AND APPROVED in play, this football 
helmet combines protection and lightness 
where both are all-important. It’s made of 
Piio-Tur—a rubber-resin combination 
developed by Goodyear. 


Photo courtesy Wilson Sporting Goods Co 
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phthalic anhydride—a must in 
of alkyd resins, phthalate esters for 
ind for many other important 

at a tremendous rate during re- 
w, defense needs — for literally 
iterials—have enormously boosted 
wing need for phthalic anhydride. 
ing steps to expand with America’s 
id to help fulfill civilian require- 
Besides increasing capacity at 
idelphia and Ironton plants, plans 
ler way for construction of new 


lride plants in Chicago and Phila- 


for Battleships, 


Ration Cans 


y and new 


Refri derators | 


delphia. The Philadelphia plant is expected to 
produce 36,000,000 pounds of phthalic anhydride 
annually. It’s a huge order, but it’s an order 


Barrett intends to fill. 


THE BARRETT DIVISION 


ALLIED CHEMICAL & DYE CORPORATION 
40 Rector Street, New York 6, N. Y. 
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How Naugatuck Marvinol Laboratories can 
help you with color problems in VINYLS 


In compounding or processing do you maintain yout olorants in vinyl compounds, Competent color t 
t ou want ther Do color-matc 1 ists are ready to advise and hel; you 
Do they re tr s long as t Our Naugatuck laboratory is your laboratory with 
liv vast amounts of data on colorants, stabilizers, plasti- 
These are tough problems. But the Naugatuck  cizers, and plastic processing techniques. And our 
Chemical Laboratories may have answers to help you Naugatuck Marvinol resins have the stability your 
solve many of them. products need. 


Ye 


Pi ae teh ( on a ion of UNITED STATES RUBBER COMPANY 


09 ELM ST., NAUGATUCK, CONNECTICUT Rubber Cher 


cal 
BRANCIHIES: Akron e B e Charlotte e ¢ goe! . e New York e E ie¢ IN CANADA 


MARVINOL* vinyl resins © KRALASTIC* styrene copolymers «© VIBRIN* polyester resins 











I ow serving your needs as 


COLUMBIA-SOUTHERN 
CHEMICAL CORPORATION 


You’ve known these 


familiar trademarks... 




















to assure the same high quality 
in alkalies and related chemicals... 


You can rely on the same 


experienced organization 


her you've been accustomed to doing 
the past with Columbia Chemical 
burgh Plate Glass Company, 

1 Alkali Corporation, you'll 

{ the same competent personnel 
welcoming the op- 

rve you as Columbia-Southern 


] | 


1 strategically located plants 


as" COLUMBIA- SOUTHERN 
asia Aosanhi is Maier taal CH EMICAL CORPORATION 


t requirements of industry. 7 
SLBSII PITTSBURGH PLATE GLASS COMPANY 
flices will continue to 


at assure the most carctul EXECUTIVE OFFICES: 
ot your business. Fifth at Bellefield, Pittsburgh 13, Pa. 


PLANTS: Barberton, Ohio @ Bartlett, California ¢ Corpus Christi, Texas @ Lake Charles, Louisiana @ Natrium, West Virginia 


DISTRICT OFFICES: Boston @ Charlotte @ Chicago @ Cincinnati @ Cleveland @ Dallas @ Houston @ Minneapolis ¢ New Orleans @ New York 
Philadelphia @ Pittsburgh @ St. Louis 











When you want quick, shock-free starts and 
stops with a full or empty mill, make sure 
your rubber mill drive is equipped with a 
Fawick Airflex Clutch and Brake. The in- 
stant response and action of these flexible 
units provide new high safety standards, 
giving mill operators FULL operating 
power and SPLIT-SECOND operating 
control. The built-in features of 
Fawick Clutches and Brakes provide 
OO mellhmeoiictiegaeelsmeric (a: 
with the friction surface, (2) 
unrestricted shock absorbing 
flexibility of the torque-trans- 
mitting rubber tube, (3) 
complete and sensitive 

finger-tip control. 


For further information on 
Fawick Industrial Clutch 
ind Brake Units, write to 
the Main Office, Cleveland 
Ohio, for Bulletin MI 


FAWICK AIRFLEX COMPANY, INC. 


9919 CLINTON ROAD « CLEVELAND 11,O0HIO 
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si FOR RUBBER COMPOUNDING 


suggested \ 

applications: \ = U om «oe ‘ 
MECHANICAL GOODS G E 9 £ BI 4 A BI 2 
ELECTRICAL INSULATION 

COMPOUNDS 

RUBBER SHOE SOLES features: 


AND HEELS _ 1, THERMOPLASTIC HYDROCARBON RESINS. 
RUBBER FLOOR TILING 2. COMPATIBLE WITH NATURAL AND SYNTHETIC 
GASKETS AND JAR RINGS RUBBERS. 
RUBBER ADHESIVES AND 3. EFFECTIVE PLASTICIZERS AND SOFTENERS... in highly- 
CEMENTS loaded clay stocks or in recipes incorporating carbon black. 
MOLDED RUBBER 4. MILL READILY. 
PRODUCTS 5. EXCELLENT DISPERSING AGENTS FOR FILLERS AND 
TUBULAR COMPOUNDS PIGMENTS. 
RECLAIMED RUBBER 6. FACILITATE PROCESSING PROCEDURES .. . impart 
excellent milling, calendering processing and tubing charac- 
SHEETING teristics to stocks. sins “ “ 
prong RUBBER 7 Oe IMPART EXCELLENT PERFORMANCE CHARACTER- 
ISTICS . . . such as good tensile strength, elongation and 
BATTERY CASES modulus, as well as good resistance to abrasion and aging. 
HARD RUBBER 8. POSSESS HIGH ELECTRICAL RESISTANCE 
COMPOUNDS PROPERTIES. 
9. AID IN THE DEVELOPMENT OF NON-SCORCHY 
STOCKS... without excessive retardation of cure at high 
temperatures. 





For additional information 
concerning properties and 
applications of Velsicol 


Resins, write: 


VELSICOL Ee] cORPORATION 


GENERAL OFFICES 
a ceano ave. i principal cities 100 EAST 42nd ST 


CHICAGO 11, ILL. NEW YORK, N. Y. 


EXPORT DIVISION 


RUBBER AGE OCTOBER. 195! 





WITCO-CONTINENTAL 
CARBON BLACKS 


for rubber compounds 


backed by WITCO-CONTINENTAL Research and Technical Service 


Sectiona! view of mill room showing Scott Testers for evaluation of rubber compounds 


compounding of rubber test batcies. Center machine for elevated temperature tests 


WITCO CHEMICAL COMPANY (CONTINENTAL CARBON COMPANY 
295 MADISON AVE., NEW YORK I7,N. Y. 


Akron e Amarillo « Los Angeles * Boston « Chicago »* Houston 


Cleveland « San Francisco « London and Manchester, England 
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Camachine Triplex 
SLITTER-REWINDER 


¢ 


“. 
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. THEIR PROBLEM WAS DIFFERENT! 


* 7 
x 
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“*®e eee eee ee eee ww we eX 


when you must depend on 


litter-rewinders to use in 
tive web tension control 


ision had to be made for 


Since core he 





generated by friction 
eparation; trim rewind for 
) Complicated 


ind low-cost maintenance 


e « « you can depend on Lamachines 


lriplex slitter-rewinder was specifically developed to meet t 
ine, designed to meet a new set of 
ples in slitter-rewinder engineering. The 
n Cameron Machine Company's sixty years of 


on equipment. The new Triplex 


pend on experience you can depend on Camachines! 


Cameron Machine Company - 61 Poplar Street - Brooklyn 2, N. Y. 





Partial view of plant at Neville Island, on the 

Ohio River, 8 miles west of Pittsburgh, Pa., 

showing main resin manufacturing and solvent 

refining units. : 
Neville service to industry is characterized by a traditional 
policy of continuous development and expansion, and co-opera- 
tive technical assistance that means much fo the buyer of chemicals. 
You can be sure of any Neville product you use for rubber 


compounding . . . whether for mechanicals, footwear, molded 


products, insulation, floor tile or reclaiming. 


IEVILLE COMPANY NEVILLE PITTSBURGH 25 


’ os 


Plants at Neville Island, Pa., and Anaheim, Cal. 








Tire bead wire 


all in partnership 
with rubber... 


bul no twowtus ake! 


@ Pictured above are four typical examples of the 
many special-purpose wires developed by 
National-Standard for wire-in-rubber products. 

They do have one essential quality in common 
—a highly developed affinity for adhesion with 
rubber. But beyond that, each has a different job 
to do... and is painstakingly engineered to do 


it... effectively! 


NATIONAL- 
STANDARD 


High pressure 
hose wire 


Non-skid 
tread wire 


Static wire strand 


For years National-Standard has specialized in 
improving the behavior of wire in rubber— 
digging into all the intricacies of application, fab- 
rication, finish, corrosion, strength, elongation, 
adhesion and innumerable details you might 


mever bother with. 


Main reason for all this research, this “ground. 
work”, is to help you improve your products, 
increase production, conserve materials and cut 
costs! Perhaps you now face new defense produc- 
tion problems involving wire. Remember, 


National-Standard service is always at your service. 





ATHENIA STEEL 


DIVISIONS OF NATIONAL-STANDARD CO. 





Clifton, N. J 
NATIONAL-STANDARD . Niles, Mich 

REYNOLDS WIRE... Dixon, Ulinoss : 
WAGNER LITHO MACHINERY Jersey Crty, N. J 
WORCESTER WIRE WORKS. Worcester, Mass.... 


Flat, High Carbon, Cold Rolled Spring Steel 
Tire Wire, Fabricated Braids and Tape 
..seeee. Industrial Wire Cloth 

Lithographing and Special Machinery 
Round and Shaped Steel Wire, Small Sizes 
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YOU CAN'T 


Pound for pound, CRYSTEX contains more 


insoluble sulphur . . . it’s 
85 insoluble in Carbon Bisulphide. When you 
compare the extremely high insoluble sulphur 
content of CRYSTEX, you'll find CRYSTEX to 
be less expensive. In fact, by this per unit com- 
parison, CRYSTEX is the most economical in- 
soluble sulphur on the market. 


Let us send a generous testing sample and the 
very latest technical and use data on CRYSTEX 
Insoluble Sulphur. 


7 a ‘- = 
a ond 


“INSOLUBLE SULPHUR 
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guaranteed to be 
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Commercial Rubbermakers' Sulphur, Tire Brand, 
99'/2°/, Pure 
Refined Rubbermakers’ Sulphur, Tube Brand 
"Conditioned" Rubbermakers’ Sulphur 
Carbon Tetrachloride 
Carbon Bisulphide 
Caustic Soda 
Ethylene Trithiocarbonate 
Sulphur Chloride 
Flowers of Sulphur, 991/,°/, Pure 
(30° Insoluble Sulphur) 


Borax 








CHEMICAL COMPANY 


420 LEXINGTON AVENUE, NEW YORK 17, N. Y. 


420 Lexington Avenue, New York 17, N. Y. © 221 North LaSalle Street, Chicago |, Illinois 
824 Wilshire Boulevard, Los Angeles 14, Cal. © 636 California Street, San Francisco 8, Cal 
424 Ohio Bidg., Akron 8, O. © Apopka, Fla. © N. Portland, Ore. © Houston 2, Tex. © Weslaco, Tex 
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the star performer 
‘for separating lightweight stocks 


Since 1925, Linerette has provided a quick and easy 
way to separate stock without adhesion. This quality, 
specification sheet preserves the tackiness of the 
stock and contains no oil or wax which might migrate. 


LINERETTE is furnished in any width up to and in- 
cluding 54" in rolls of 9’ 112” 13” and 15” diameters; 
put up on 3”i.d. cores. The yield is approximately 
six square yards to the pound. AQ’ roll contains 375 
linear yards and a 15” diameter about 1150 linear yards. 





SAMPLES SENT ON REQUEST — simply specify width desired 


THE CLEVELAND LINER & MFG. CO. 


. er co nema 5508 Maurice Ave. « Cleveland 4, Ohio, U.S.A. 
e and how toge 
‘ 9 Cable Address: “BLUELINER 


> from liners 
Se West Coast Represeniative 
MERIT WESTERN COMPANY 
1248 Wholesale St., 
Los Angeles 21, Calif. 


LINERETTE 


fucy INTERLEAVING PAPER 


SI ons © 





Dependably serving a 
wide variety of 
industries and applications 


OLYTE 


A pure hydrocarbon, pale, non-yellowing, thermo- 
plastic terpene resin that is low in cost, soluble in 
low cost naphthas, chemically inert, compatible with 
waxes, resins, paint and varnish oils and many other 
materials. Available in nine melting points. 


DUMARON 


A series of thermoplastic para-coumarone indene 
resins, soluble in coal tar, turpentine, terpene and 
most chlorinated solvents. Ten melting points, from 
liquid to a brittle solid. Inert to all except strong 
concentrated acids. 


DLASTIC 


Made in six types and seven melting points, from 5° C. 
to 150° C. Pale in color, Piccolastic Resins are un- 
saponifiable, stable in package, body and film, soluble 
in low-cost solvents, acid and alkali resistant. Per- 
manently thermoplastic. 


Clairton, Pennsylvania 
Plants at 
CLAIRTON, PA.; WEST ELIZABETH, PA.; and CHESTER, PA 


Distributed by 
Harwick Standard Chemical Co., Akron 5, Ohio 








You can get tack 
with Purecal 
in GR-S 


CAUSTIC 


SODA ° 


NATE * CALCIUM CHLORIDE 


SE * SYNTHETIC DETERGENTS * 
Cc ETHYLENE DICHLORIDE 
E * AROMATIC SULFONIC ACID DERIVATIVES 
AND INORGANIC CHEMICALS 


MC) e 


RGANIC 


— 


ME 


It’s a fact. Purecal* T imparts tack to GR-S 

sufficient tack to hold plies together during building 
operations. In most cases, cementing operations can 

be eliminated and much of the automatic building equipment 
used with natural rubber can be used with GR-S. 


Purecal T is easier to process in GR-S than in natural 


rubber. It mixes easier and faster. Because of its ultra-fine 
qualities, it produces tack and promotes high quality 
in non-black stocks. 


results at low cost in passenger tire carcasses, 


Using Purecal T, you can get excellent 


hose and belting products, footwear and gum stripping. 


We know this — not just from laboratory tests — but mainly 
from work in plants. We've recorded the findings in 

a new booklet: “Purecal in GR-S.” It contains practical 
information on the compounding and processing of 
Purecals in GR-S and cold rubber. We think you'll find 

it useful we'll be glad to send it to you. 


* Trademark 


BICARBONATE OF SODA 


CHLORINE 
GLYCOLS 
* PROPY 


yandotte CHEMICALS 


AEO/'G. 5. BAT. OFF Offices in Principal Citie 


WYANDOTTE, MICHIGAN 











Schrader —leading tire valve manufacturer —not 
only provides a dependable product, but anticipates 
the industry's trends . . . constantly modernizing 
factory equipment and procedures to meet the tire 
manufacturers’ requirements for a quality product 
... that’s why the tire manufacturers rate Schrader 


their prime source of supply. 


A. SCHRADER’S SON, BROOKLYN 17, N. Y. 


Division of Scovill Manufacturing Compan Incorporated 


Tires that bring 
home the bacon 


The trucking industry keeps growin 


cat a it has doubled since 
1939. Trucks carrying everything for home, farm and industry 
roll billions of miles on tires that stand up under severe punish- 
ment. Vital to getting the load through is the tire valve that 


locks the air in the tire. 


FIRST NAME IN TIRE VALVES 
FOR ORIGINAL EQUIPMENT AND REPLACEMENT 





rude rubber 
natural & synthetic latex 


latex compounds 


OUR NATIONWIDE ORGANIZATION IS 
EQUIPPED TO SERVE YOU PROMPTLY 
FROM STRATEGICALLY LOCATED CENTERS 


Atlanta 3, Georgia * Boston 10, Mass. 
Charlotte 2, N. C. + Chicago 54, IL 
Cincinnati 2, Ohio + Detroit 2, Mich. 

Los Angeles 21, Calif. + New Orleans 19, La. 
New York 17, N. Y. + Philadelphia 3, Pa. 
Providence 3, R. L. + Rochester 7. N. Y. 

St. Louis 10, Mo. * San Francisco 4, Calif. 
Montreal 25, Quebec, Canada * Toronto 4, 


Ontario, Canada 





HALLMARK * QUALITY PRODUCTS 


; STEIN |\1| HALL 


p.. 


285 MADISON AVENUE k— NEW YORK 17, N.Y. 


Established 1866 
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THE BIG NEW 1951-52 


BcA CATALOG of Reagents & Fine Chemicals 


‘ A COMPLETE BUYERS’ GUIDE FOR 
+ gfe: ADAMSON USERS OF LABORATORY REAGENTS 
BAR ERE AND FINE CHEMICALS 


s 
on REAGENT 


WEMICALS 


FINE ‘ & For Manufacturing Control Laboratories 
For Production Requiring Quality Chemicals 
For Process Planning and Development 
For Research Laboratories 


For Educational Laboratories 


s10u 
sieves 
wemicart | 
er 

Generar 


Just off the press—Baker & Adamson’s 
new 1951-52 Catalog is profusely illus- 


trated ... packed with 264 pages of 








important information. Gives clear, 
concise data on over 1,000 B&A Laboratory Reagents and Fine 
Chemicals! Includes such pertinent facts as grades, strengths, 


STORAGE AND HANDLING Spec ial section gives maximum limits of impurities, ete, If you buy or specify labora- 
helpful “do’s and don'ts” on handling 
chemicals that require extra precautions, 


PACKAGING SECTION: Exclusive new feature 
photographs and full details on major BRA 
packaging, including: ...the “PBL” Drum 
with polyethylene liner, the 9-bottle case 
for reagent acids, the 6-44 gallon carboy, 
the “Saftepak” plastic dispe nser for HF, ven 
and many others BAKER & ADAMSON PRODUCTS, General Chemical Division 

ALLIED CHEMICAL & DYE CORPORATION 

40 Rector Street, New York 6, N. Y 


tory reagents, this new 1951-52 B&A Catalog belongs on your 


desk. Send for your copy today. 


EXTENSIVE DATA: Over 230 pages of specifications, 
other pertinent data on B&A Reagents, 
gleo our many Fine Chewicala. Please send me your new 264 page catalog of Baker & Adamson Reagents and 

Fine Chemicals for 1951-52. 








Name____ 





Organization___E Position 





Address___ 





a en Zone___State. 








You've asked for More... 


so Brown Company 1s 


DOUBLING 
ITS 
PRODUCTION 
OF 
SOLKA’-FLOC 


So many new applications have been found for 
SOLKA-FLoc that demand for it has far exceeded the 
supply. This is why Brown Company is installing a 
new plant which will double its SOLKA-FLOC pro- 
duction. The plant will be in operation November 
1, 1951. 

Avail yourself of this increased supply of SOLKA- 
Fioc. Let our Technical Service Staff work with you 
in finding out how you can use SOLKA-FLOC advan- 





tageously in your products. Write to Dept.RA-10, 
Brown Company, 150 Causeway St., Boston 14, Mass. 


Uses for SOLKA-FLOC include plastics, 
rubber and adhesives. It also has wide 
application in filtration, for flocking, and 


as a chemical raw material. 
BROW (on 
<a § OMPAN 
ag CPO 


Berlin, NEW HAMPSHIRE 
GENERAL SALES OFFICES: 150 CAUSEWAY STREET, BOSTON 14, MASS. 
Branch Sales Offices: Portland, Me., New York, Chicago, St. Louis, San Francisco, Montreal 
SOLKA & CELLATE PULPS e SOLKA-FLOC e NIBROC PAPERS e NIBROC TOWELS e NIBROC 


KOWTOWLS e BERMICO SEWER PIPE, CONDUIT & CORES e ONCO INSOLES e CHEMICALS 


RUBBER AGE 





’ 


Combines the essential chemical structures of both 


thiazole and thiuram types of accelerator. 


Exhibits high activity; good delayed action; good 


processing properties. 

Is non-discoloring; practically dust-free. 
Requires no special handling precautions. 
Has excellent storage stability. 


Samples and compounding data available 


on request. 


For further information, write to Dept. Q ak, SHARPLES ~ 
TRADE 


as WZ 
SHARPLES CHEMICALS Inc. \“= 


NEW YORK 
PHILADELPHIA 
AKRON 
CHICAGO 








JEBUNG $00/ 


The big difference in 
MARBON ‘8000” 


may be to your advantage 


Fest Vlarbon ‘SOOO’ in your factory soon 
to satistv vourself 
that vou are using the high Stvrene Resin 
that gives vou the most tor vour money 
Easy Processing Higher Reinforcement Better Molding 


Critical raw material supply has cased somewhat—order now. 


V.WN-4-%0) rene) -1-) 
GARY INDIANA 


















UNITED 
CARBON 
COMPANY, INC. 


CHARLESTON 27, 
WEST VIRGINIA 


NEW YORK © AKRON « CHICAGO + BOSTON 








USITIUS OU RE 





“REINFORCING FURNACE BLACK 


Kosmos 60 (an R F black) is an extraordinarily good black because of the way it is made and what it 
can do. Created from a particular oil and under controlled heat and reactions in our own furnace process, 
Kosmos 60 is fitted for easy and efficient processing, fast extrusion, less nerve, proper smoothness, tight 
cure, mighty reinforcement, high electrical conductivity and superb resistance to wear and flex crack cut- 
growth. Standardize on Kosmos 60 to give your products the supremacy they deserve. 


* 


UNITED CARBON COMPANY, INC. 
CHARLESTON 27, W. VA. 


NEW YORK ¢ AKRON e CHICAGO e BOSTON 
CANADA. CANADIAN INDUSTRIES, LIMITED 








SHELL 
DUTREX 


© Plasticizer and Extender for 
GR-S Tire Treads, Footwear 
and Mechanical Goods 


° Chemically and Physically Controlled 


50 WEST 50th STREET, NEW YORK 20. N.Y. | 
100 BUSH STREET, SAN FRANCISCO 6, CALIFORNIA 








MT here’ 5 an easier way 
to separate rusk T or SLAB stock 





Y 


Using elephants to pull sheeted stock apart would be novel — but 
PX fw using Aquazinc to keep it — is lots smarter! Highly concen- 
trated zinc stearate solution — Aquazinc is applied as a spray or 





dip — eliminating the health and explosion hazards of dusting 
— the need for liners or cushions. Developed especially for sheet- 
mill or slabbed stock, Aquazinc lubricates too, giving you a 
smooth-flowing stock plus perfect tack control. It is readily ab- 
sorbed, without affecting the stock — leaves a glossy, non-greasy 
finish that adds appearance-appeal. Let us send a sample of Aqua- 





ie zinc to try in your own plant 


BEACON © 


Chemtcal Gndiisthies, Gul 


BOSTON 30, MASSACHUSETTS 





When 

it’s 
PELLETEX 
you 


know.... SRF PELLETS ARE UNIFORMLY BEST 


Every step of the PELLETEX process of 
manufacture from gas to black is under 
strict, rigid scientific control. A systematic 
check of quality along every part of the way 
is regulated and maintained to assure abso- 


lute uniformity. 


PELLETEX has always been the first choice 








of rubber compounders, for PELLETEX has 
been the SRF standard of the industry since 
1928. No other carbon black can match its 
consistently superior performance as an SRF 
black. 

The PELLETEX reputation for dependable 
uniformity is a sure-fire guarantee that every 
order provides the best in SRF dispersion 


and processing —and at low volume cost. 

















GENERAL ATLAS 
Carbon Co. 


77 FRANKLIN STREET, BOSTON 10, MASS 











bring greater 
under extreme 


SHELL MACOMA OILS 


= 
For ENCLOSED GEARS, Shell Macoma 
Oils solve the problem of extreme pressure 
lubrication with seven distinct advantages: 


|. Extreme load carrying capacity . 
remarkable ability to prevent wear and 
seizure .. . even after long periods under 
heavy load. 

2. Long-lasting oxidation stability .. . 


plus freedom from sludge formation in the 
presence of water 


3. Outstanding adhesion . . . maximum 


protection against rust, and against leak- 
age through worn bearings and seals. 

4. Non-corrosive . .. will not cause cor- 
rosion of steel or alloy bearings. 

5. Non-Foaming . . . Shell Macoma Oils 
successfully overcome the tendency to 
foam caused by aeration of oil in the gear 
chamber. 

6. Speedy water separation. 

7. Complete stability in storage and in 
service... no tendency to separate, even 
in extremes of heat and cold. 


Be sure to get all the facts about these new Shell 
Macoma Oils. Check the coupon and attach to 
your letterhead for full information. 





EP LUBRICANTS 


safety to gears and bearings 
loads and adverse conditions 


FOR ELARINGS... 


SHELL ALVANIA EP GREASE 


For GREASE-LUBRICATED bearings, Shell Alvania 3. Stable at high temperatures . . . no phase 
Grease . . . the one grease that serves all grease — changes—still a grease at high temperatures— 
applications in the majority of plants... now is still a grease upon cooling. 
available with EP qualities added! . . . now even 
more Multi-Purpose 

All of these unique advantages of Alvania 5. Longer service life . . . reduced consumption. 
Grease are therefore available for the first time 
to operators of machines subject to extreme 


4. Resistant to water... won’t wash out. 


Shell Alvania EP Grease is the answer to 
some of the toughest lubricating problems in 
: . sh industry. In rolling operations, for example, 
1. Higher mechanical stability than any con operators of steel, rubber, plastic and 
ventional grease at operating temperatures paper mills report that this grease 


bearing pressures 


2. Pumpable at low temperatures . . . even film just won’t be ruptured, re- 


through centralized lubrication systems. gardless of shock rolling load! 


Check the coupon and mail today for additional! 
information about Shell Alvania EP Grease. eS 
Shell Oil Company 
10 West 50th Street, New York 20, N. Y.; 
or 100 Bush Street, San Francisco 6, Cal 
Please send available data on 
Shell Macoma Oils © Shell Alvania EP Grease 


Name 


Company 


SHELL OIL COMPANY 














ACTIVATOR 


A supplement to THE ACTIVATOR—the house organ issued by The New Jersey Zinc 


Company for over I5 years to aid the Rubdber Industry in its use of Zinc Oxide. 


UNIQUE COATING 
on ZINC OXIDE outwits humidity 


Customers tell us that, even in high humidity, switching to PRoTOX*-166 ZINC 
OXIDE provides uniformly fast mixing and excellent dispersion. 
Che outstanding humidity resistance of PRoTox-166 stems from the pat- 


ented coating of zine propionate that seals the individual particles. Here is 
how it works: 


pe 


WORSE HEAD PRODUC)s 


1. it reduces moisture pickup (see chart). 
2. It prevents aggregation that leads to poor dispersion. 
3. Itis readily wetted by rubber. 


U.S. Patents 2,303,329 and 2,303,334 


MOISTURE ABSORPTION OF ZINC OXIDES 


under saturated condition: 
in unin = TEST PROCEDURE 


t yrams ¢ pigmer wer 

ZINC OXIDE-A weighed into wide-mouth (2” d 
+ + + + + 4 4 I bottles and conditioned 
hours over calcium chloride 
om temperature. After deter 
" g the net weights of the sam 
z é d i! “ 1 T T T t 1 ples, the bottles were stored n 
PROTOX-166 ts 


pered, over water in a large 





iner held in a constant tempera 
77°F.) room. The thin laver of 
sample was stirred once daily 

r a uniform condition 
and) was 


letermine 


400 800 1200 1600 2000 2400 2800 3200 
EXPOSURE TIME IN HOURS 


Protox-166, surface-coated with zine propionate, picks 


up less moisture in storage than do untreated types, 
such as Zine Oxide-A 


, and thus processes more unt- 
ftormly and faster. 


THE NEW JERSEY ZINC COMPANY 
Producers of Horse Head Zinc Pigments 


... most used by rubber manufacturers since 1852 


160 Front Street, New York 38, N. Y. 





FROM A HOST OF ‘‘HEADACHES’’ 
IN RUBBER MOLDING— 


i \3 
—~ sILico 
with HD RELE ASE AGENT 


Production records in rubber eompanies, large or small, tell the remark 
story of General Electrie’s silicone mold release agent SM-61*. You 
fewer rejects ... reduced mold down time for cleaning ... more 
release... better products faster ...as compared with conventional mo 
release agents! SM-61 is today’s leading mold release agent, and here 
he reasons why... these proved advantages with SM-61 ... 

@ Excellent Mold Coverage—S\-6! gives outstanding performance: 
intricate molds. 

@ Stability at Higher Temperatures—S\I-61 remains stable at tery» 
itures up to 150 F. 

Stability under Mechanical Working—S\-61 won't break o1 

under repeated reeyeling in centrifugal pumping systems 

Hard Water Stability—S\I-61 remains stable 24 hours at dilution 
in water of over 200 P.P.M. hardness. 

@ Many Other Advantages—S\I-6! will not stain light-colored stocks, 
is rust-inhibited. has low toxicity. and gives outstanding performance 
in numerous other ways. 

These advantages are all on the record of large rubber plants and _ test 

laboratories. Why not try SM-61 for yourself? Chemical Divi 

klectric Company, Pittsfie ld. Massac husett 

t P-4, General Electr 


e to Section 


Silicones for the Rubber Industry 


GENERAL @@ ELECTRIC 











Better Solvents 
mean 


Better Products 


“Lifesaving” 


Skellysolve for Rubber 
and Related Industries 
Applications 

SKELLYSOLVE B. For making quick-set 
ting cements for the shoe, tape, con 
tainer, tire and other industries. Quick 
drying, with no foreign taste or odor 
in dried compound 

SKELLYSOLVE C. For making quick-set 
ting cements with a somewhat slower 
drying rate than those compounded 
with Skellysolve B 

SKELLYSOLVE D. For cements and vari 
ety of manufacturing operations. Good 
odor. Quick drying. Minimum of heavy 
greasy compounds 

SKELLYSOLVE H. For general use in 
manufacturing operations and cements, 
where faster evaporation rate than 
that of Skellysolve D is desired 

SKELLYSOLVE E. For use wherever a rel 
atively slow drying solvent is desired 

SKELLYSOLVE R. For general use in tire 
building and a variety of other manu 
facturing operations and cements. Re- 
duces evaporotion losses. Medium 
quick final dry. Lessens bloating and 


skinning tendency 


“DOC” MacGEE SAYS: The quality of 
your rubber product is the very life of 
your business—and the right solvents 
can do much to protect that quality! 
Making the right solvents for rubber 
and related industries has long been a 
business of Skellysolve. Here’s why you 


can depend on it! 


Skellysolve is always the same —batch 
after batch. Uniformity is assured by 
strict laboratory controls. You never 
have to worry about high vapor pres- 
sure and bloated containers low or 
high boiling compounds that may cause 
blushing and blisters in tires and shoes 
or seeds in cements! And you're sure of 
high bonding strength because of Skelly- 
solve’s freedom from greasy residues. 


Official U.S. Navy Photo 


is our business, too! 


Being « omposed essentially of saturated 
hydrocarbons, it reduces tendency of 
cements to jell or to thin out 
Check the collateral advantages of 
Skellysolve. Reduces health hazards be 
cause it is less toxic than some other sol 
vents. It is sweet-smelling, and pleasant 
to work with, therefore work is done 
more efficiently with Skellysolve. And 
it won't freeze at atmospheric tempera- 
ture 
On the score that adds up to the solvent 
you need, Skellysolve “checks.” Get 
ore information about Skellysolve’s 
low end points, quick evaporation, low 
vapor pressure, minimum of unsatu 
rates and pyrogenic decomposition 
products. Write today! 


Skellysolve 


SOLVENTS DIVISION, SKELLY OIL COMPANY 


KANSAS CITY, MISSOURI 
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An exciting new era of color has been brought to America; and modern 
plastics have con suted greatly to its advance. Gossamer-light but sturdy 
table covers and shower curtains, lovely floral drapes, gleaming dinnerware, 
upholstery coverings in lear, rich tones of woven fabrics —science and 
skills have been developed to produce them all in plastics. No other medium 
offers the designe ich range and richness of color, combined 
properties required for fabrication in industry 

For over 60 years Adamson United has had an important part in pertecting 
modern equipment and methods for the satisfactory and economical pro- 
duction of cal 


If your plans call for new installations either of single ur r of complete 


electronically controlled trains with all accessories, consult 
ment, desigt ing an nanutl. uring facilities are at your servic 
SINCE 1892 


nt, Design and Manufactur. 
for Rubber and Plast 


Adamson United Company 
730 Carroll Street 
Sales Offices In Principal Cities 


Subsidiary of United Engineering and Foundry Company 


Plants af: Pittsburgh « Vandergrift « New Castle « Youngstown « Cantor 











penile Ly iz, CYformantl 


We Deliver it in Plasticizers, too! 


Many of today’s most popular and versatile 


plastics acquire their improved flexibility 
and general usefulness from the plasticizers 
used in compounding them. That's why the 
miatkers of plastic products—like vour shower 
curtain or garden hose—must have plasti- 
of high, 


of these compounders 


cizers uniform quality. More and 


more are specifying 


Pittsburgh PN Plasticizers because we have 


the advantage of controlling every step of 


our production from coal to finished product 
that 


plasticizers of unexcelled quality and uni- 


an important factor results in 


formity. These same advantages that stem 
from our unique position as a basie and in- 
tegrated manufacturer are also reflected in 
the dependable and continuing supply of the 
other basic Pittsburgh Chemicals—such as 
benzene. vylene. phthalic anhydride, eresols 


and pyridine. 
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AGRICULTURAL CHEMICALS e¢ PROTECTIVE COATINGS e 








— You can expec 
it to stick 








There’s no guesswork to TY-PLY 


when properly applied. You can expect your rubber- 
to-metal adhesions to stick and stay stuck. 


TY-PLY Q_ for bonding Natural, GR-S and Butyl 
TY-PLY S__ for bonding Neoprene 
TY-PLY BN for bonding N-types 

“Stood the test of time since 739” 


FOR SERVICE CALL 


MARBON CORP. 
GARY INDIANA 





You can 
double the life 
of your viny! 
compounds... 


gg 


with 
DYPHOS 











PRODUCT USE 





TRIBASE Electrical and other 
Tribasic L ad S shate compounds requiring high 
meses - si ie heat-stability 





Low volume cost 


insulation 





Stabilizer-lubricant for 
sheeting, film, extrusion and 


molded compounds 








Translucent and colored 
sheeting and upholstery 
stocks 





Translucent and colored 
film, sheeting, belting 





Highly translucent 
film and sheeting 





General purpose stabilizer 
for heat and light 
ood electrical properties 
Outstanding for heat and 
light in all opaque stocks 
c Lead Phosphite including plastisols and 
organosols 





As stabilizer or co-stabilizer | 
NORMASAL in vinyl flooring and other 

mal Lead Salicylate compounds requiring good 

light-stability 














NATIONAL LEAD COMPANY 


1/1 B wav, New York 6, N.Y. 





This year marks the 32nd Anniversary of 
The C. P. Hall Company, whose high-quality 
compounding materials are known by the 
distinctive ‘Flame and Flask”’ trade mark. 








From our start in 1919, with one small 
office, The C. P. Hall Company has steadily 
“grown to serve.” During this past year, our 
FOURTH modern plant was opened in New- 
ark, New Jersey, in response to the rubber 
industry’s growing need for “products that 
perform.” 











We sincerely appreciate your patronage 





through the years and reassure you that you 


4 
She C. P Hall r gl may continue to look to The C. P. Hall Com- 


CHEMICAL MANUFACTURERS pany for products capable of even GREATER 
cs ; : “ results for the rubber industry in the years 


ahead. 
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“Some 15,000 employees 
in all branches of our 
organization are taking 


advantage of the 


Payroll Savings Plan...” 


SPENCER LOVE 


Chairman of the Board, Burlington Mills 


= The Payroll Savings Plan is one of the important personnel SCTULCES off red lo the em- 


plovee Sof our company 


11 the present time some 15.000 emplovees in all branches of our 


organization are taking advantage of this splendid plan for systematic savings. In times 
of national emergency this plan assists in stabilizing the economic life of the employee, 


the community and the nation.” 


=e Bond Campaign! 
was scheduled for six weeks, 
wecounting period will include 
id purchases and ent Ilments 
ted a person-to-person canvass to 
lank in the hands of every man 
there is still time to join the 
have added nearly a 
roll Savings Plan through 
vings Bond Division, U.S 
(00, Washington Building, 


Director will 


1 at the same time, help to maintain America’s eco- 
put an application blank in their hands. 


t ' 
ture ale 


nomic security 





Results of a few recent person-to-person canvasses 
Firestone Tire and Rubber Company (40,000 employees), 87% 
participation; Universal Atlas Cement Company, 67.8% of 
4,789 employees Martha Mills, 71% of 2,200 employees 
Lit Brothers, 52% of 3,600 employees Delta Air Lines, 65% 
of 2,100 employees; Aerojet Engineering Corporation, 78.1% 
of 2,000 employees Brown-Lipe Chapin Division of General 
Motors 7% of 1,750 employees; Fabricast Division, General 
Motors, 85% of 1,700 employees 

Person-to-person canvasses now under way include: 


Number of 
Employees 
38 Major Railroads 993,142 
Radio Corporation of America er ee ae 40,000 
Owens-lillinois Glass Company 
Cudahy Packing Company 
Pacific Gas and Electric 
Willys-Overland 
Owens-Corning Fiberglas Corp 
White Motor Company 
Fruehauf Trailer Company 
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Get a good sniff... 


DU PONT ALAMASK ODORANTS GIVE 


RADE MARK 


RUBBER PRODUCTS THE SNIFF THAT SELLS! 





Here are just a few successful end uses of “Alamask” odorants: a 


Du Pont Alamask odorants y= 





7, ° '° 
Chemicals you live ty 





\ oXD ALKALIS ultra-fine, particle 
ed Calcium Carbonate. w nake More 
t whether its natural rubber. GR-S or anothe 
er. For high tear and flex-cracking resistance, fo STRETCH 
ind soft flexibility. SUPER MIULTIFEX is the 


re. SUPER MULTIFEX compounds have 


eat high temperature, That means a lot 





DIAMOND SUPER MULTIFEX 


DIAMOND ALKALI COMPANY 
Cleveland 14, Ohio 








ys 
DIAMOND 


" * 











CHEMICALS 





10,000 Pounds Constant Tension 


IOI Nylon Tire Fabric Latexer 


Complete one-man process control is but one of the many outstanding advanced- 


design features of this IOI latexing machine. Here are just a few of the others: 


@ Simultaneous impregnation, drying 
and attenuation of the cords, resulting in 
pre-stretched tire fabric that requires no 
further processing prior to calendering. 


@ Direct gas-fired heating, under com- 
plete control, provides the correct high 
temperature required for the most 
efficient rate of drying either woven or 
weftless fabric. 


@ Rugged in construction, yet extremely 
flexible in operation, with constant- 
tension control at all speeds. 


@ Units available in various capacities, 
from small production machines up to 
high speed calender train installations. 


@ These machines require very little 
cleaning and a minimum of house- 
keeping maintenance. 


An Industrial Ovens engineer will be glad to call at your convenience to discuss the 


application of this machine to your particular latexing requirements. 


TON 


INDUSTRIAL \axs: 
RS So 


13825 TRISKETT ROAD 


~~ 
Sy 


CLEVELAND 11, OHIO 








OVENS, INC. 





CALENDERS 


2-3-4 roll designs for 
RUBBER - MASTICS - PLASTICS 


Size Range: 8" x 16" to 24" x 68" 


3190 East 65th Street Cleveland 27, Ohio Tel.: Michigan 1-2850 


MILLS ° INTENSIVE MIXERS ° CALENDERS ° REFINERS CRACKERS ° GEARS 
HYDRAULIC PRESSES ° PUMP UNITS e BALE SLITTERS e SPEED REDUCERS 














foc Kiba COMPOUNDING « 
Vv 
Hs | RC 


1 ¢ 
© Toughness © Mechanical Properties y Connd 


ALSO 


© Hardness @ Abrasion 


MANUFACTURING PHENOLIC, UREA AND RESORCINOL 
RESINS FOR ALL INDUSTRIES SINCE 1939 


CORPORATION 


Wilmington 99, 
Delaware 





CIenounting 
Cabots (4 ww Lowest 
CH uence Llack/ 


Sterling 'Y 


Pies VERSATILE 


with the Modulus of HMF 
Resilience of SRF 
Smooth Extrusion Typical of Oil Blacks 


L\ILABLE IN CARLOAD QUANTITIES 


GODFREY L. CABOT, INC. 


77 FRANKLIN STREET, BOSTON 10, MASS. 





highest 
whiteness 


..- brightness 


Calco’s 





titanium dioxide 


gives maximum 
whitening at minimum cost 


You secure maximum whitening effects with minimum loading — and cost —in 


your rubber products with UNITANE 0-220, the Anatase Type Titanium Dioxide. 
Specify it for brilliance in white and white-tinted articles. 
Ask vour Caleo representative for information and grade of 
alco” UNITANE best suited to vour needs. 


EMICAL DIVISICYr 
DEPARTMENT 
EY 


Branch Offices and Warehouses in Principal Cities 








PEQUANOC _ reclaimed rubber 


...has been used by experienced rubber com- 
pounders for half a century— 


...to minimize price fluctuations in compounding costs 


eu 


ri ...to get faster and better mixing at lower cost 


... to make sure of a dependable domestic source of 
rubber hydrocarbons. 


Periodic shortages and high prices of raw rubber do not worry manu- 


facturers that have always depended on PEQUANOC reclaims. 





i ea aa eenaemmindli 
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— QUALITY RES 


MAIN SALES OFFICE and FACTORY: BUTLER, NEW JERSEY 











Scientific M 


1 1 7 
of a finished rubber clay de 


pends on the average quality of the ¢ rude 


, 6. i F 
This in turn demands a caretully-planned, scientific system of mining 


_ , abs , 
bile core drilling rig. The operator is taking a clay sample for lab- 
oratory analysis from one deposit of our thousands of acres of clay—as yet un- 


j j 1 1 

mined | {undreds of suc h samples reveal the ( haracteristics of the underly ing 
j 1 TI 1 1 

lay and help I tuber engineers plan their mining far ahead. | hey learn the 


1 1 1 1 | 
boundarte s of each deposit...what the power shovels will run into over the next 


11 ] 1 1 . 
what blending program will maintain uniformity of finished Suprex next 
year and the year after. 


| 1 F ? , 
In huge storage and blending sheds, Huber adjusts for nature’s variations which 
1 
in every clay deposit... blends together just the right amount of each kind 


ude clay to assure constantly uniform shipments. 
} + 
[his scientific mining ts one reason why Huber clays are uniform from day to 


Vear to year. 


J. M. HUBER CORPORATION, 100 Park Avenue, New York 17, N. Y 


ONE OF THE WORLD'S LARGEST CLAY PROBUCERS 


SUPREX | 
CLAY | 
PARAGON 
CLAY 








Basic Factors in 
Huber Clay Production 


1. Scientific Mining 


2. Modern Refining 
Equipment 


Technical Control 
Experienced Supervision 


Careful Packaging 
and Shipping 
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NAUGATUCK | ANNOUNCES: 


‘ 
' 


a new blowing agent : 


for Natural or Synthetic Rubbers, Plastics and Plastisols 


NON-TOXIC — NON-DISCOLORING — NON-STAINING — ODORLESS 


e or as an Auxiliary with Sodium Bicarbonate For Fine Uniform Cell Structure—Open or Cellular 


ESPECIALLY RECOMMENDED FOR 
% Continuous cure, fine sheet sponge % White or light-colored sponge, free of light discoloration 
% Rug underlay—safe for floor finishes * Sponge soling—fine, even cellulation 
; % General purpose molded sponge requiring sharp definition 
% Upholstery materials—arm-rests, cushions 


% Low-density cellular expanded plastics for insulation, or 
* Sponge gaskets contacting lacquered finishes buoyant type products for military or commercial use 


PROCESS + ACCELERATE + PROTECT with NAUGATUCK CHEMICALS 


irs toh C a Division of United States Rubber Company 


NAUGATUCK, CONNECTICUT 
IN CANADA: NAUGATUCK CHEMICALS DIVISION « Dominion Rubber Company Limited, Elmira, Ontario 


Rubber Chemicals - Aromatics - Synthetic Rubber - Plastics - Agricultural Chemicals - Reclaimed Rubber - Latices 
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Breakdown of Synthetic Elastomers 
in a Banbury Mixer with Added Air 


By M. H. REICH, W. K. TAFT and R. W. LAUNDRIE 


Government Laboratories, University of Akron, Akron, Ohio 


The importance of sufficient oxygen for Banbury Buna S-3, Neoprene Type W, and 
breakdown of low temperature polymers was investi 
gated at the Government Laboratories, University of 
Akron. By the introduction of air into a laboratory Ban 
bury at a high loading (about 95%, of capacity), low 
temperature GR-S polymers were softened at rates com 
»arable to those for GR-S and GR-S-10 treated similarly ean 
I y The net result has been the transformation of these 
without air. The effect of the treatment upon the pro : 

aS : high viscosity polymers into processible stocks without 
cessing and physical properties of the air-softened stocks , . : 
was similar to those obtained by the usual Banbury sacrificing their inherent high abrasion resistance and 
treatment of GR-S and GR-S-10 good tread stock properties. Air-Banbury treatment has 

High viscosity GR-S polymers and carbon black-latex proved an effective means of plasticating low tempera 
masterbatched polymers, both types made at 41° F ure polymer unaccompanied by any substantial de 
were also treated in the Banbury with added air, as were *rioration in the quality of the stock 


Perbunan 26. The 
raw Mooney viscosities were lowered to approximately 
35 to 55 ML-4 within 10 minutes. Generally, air treat 
ment improved the mill processibility and extrudibility 
f the elastomers; the compounded viscosity decreased 


n most cases 
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Air-Banbury Breakdown 


GENERAL DISCUSSION 


















































Processing Properties 





















































Physical Properties 























Brown Instruments Flow Meter 








The Application of Inert Fillers 
in Vinyl Plastics 


By J. W. PERLOFF 


Technical Service Division, Diamond Alkali Co., Cleveland, Ohio 


Filler Properties 


Basic Concepts of Compounding 
Phe pl ESS nd, ec 














unchange 


jua 5 of 


two fillers were steel-ball mill ground in 

varnish. The outer dish contains the mixture before grinding, the 

mixture after grinding. The grind with Surfex 

remained ’ 1ged in color, whereas that for the ground 

mestone ad a definite gray, due to the inherent abrasive 
ness » natural ground limestone on the steel balls 


enter dish. the 


a precipitate d calen 


clav, 63C0 tor « i] 
3con dioxide, and 90Ce tor a 





























Equalization of Pound Volume Cost 








Summary 


Cost-Quality Evaluation 





Induction Heater Cuts Metal Reclaiming Cost 








Decorating with Electrocast Spray Masks 
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A Survey on the Use of Rubber 
In Bituminous Pavements: 1945-1991 


By BETTY JO CLINEBELL 


Librarian, Rubber Library, University of Akron, Akron, Ohto 


and LEORA E. STRAKA 


Research Librarian, Goodyear Tire & Rubber Co., Akron, Ohio 


Numerou 





Gn Jnvitation..... 


This survey on the use of rubber in bituminous pave 

ments was prepared in the Rubber Library maintained 
the University of Akron in Akron, Ohio, by the 
vision of Rubber Chemistry, American Chemical So 

is the first of a number of contemplated s 

the plan being to make each one available t 
industry in some form or another. It is the 

f the Rubber Division’s Library Comn 

those subjects which may have the greatest 


| 


the industry. Accordingly, readers are inv 
subjects for future surveys. Suggestions 
Betty Jo Clinebell, Librarian, 
y of Akron, Akron, Ohio 











Proportions of Rubber Used 
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CURRENT N 5 W S OF THE MeNTH 





GSA CONTINUES 52c NATURAL RUBBER PRICE " 
AND MAINTAINS 64c PRICE OF NATURAL LATEX 





l 











Foam Sponge Ring Pad 





Issue New Safety Edition 


Pricing Data of Interest 





More Certificates of Necessity 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 


f this issue 





LITCHFIELD RECOMMENDS BUILDING 


cilia iain NEW POLYMERS AUTHORIZED BY OFFICE OF RUBBER RESERVE 


(;R-S p 


he 


Cabot Introduces New Furnace Black 





RUBBER SHIPMENTS TO RUSSIA \ecor t Changes Divisional Headquarters 
SUBJECT OF VARIOUS COMMENTS eo raiaed \I 


Announces Sales Assignments 


LAy.,} 
\\ 


Heyden Raising New Capital 
t He Chemica 
n September 14 
$5 000.001 
Rubber Exports Increase sige 


reageailaeon Sinclair-Collins Opens Foundry 


S r-( 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue. 


H.N. RICHARDS CO. NOW LOCATED IN NEW HEADQUARTERS AT TRENTON 


6.000 tor 


Russian Spending Itemized 








ASME RUBBER-PLASTICS GROUP 
SCHEDULES ITS ANNUAL MEETING 


Coming Events 


\ 


Dec. 14 


Dec. 14. 


ba 


{ 


Dec. 14 


Gr 
I 


Apr. 30-May 1-2, 1952 
ACS. Sopris Mi 
Plaza Hotel, ¢ 

June 23-27, 1952. A 

sarv Meeting 


Oct. 29-31, 1952. Div 


eo eS 


Lote St 





Perry Equipment Moves Offices 


O'BRIEN AND HAVENHILL ADDRESS 
IRi SYMPOSIUM HELD IN LONDON 


Seminar on Operations Research 


() 


} 1 el ( le 





TLARGI! PLANS ESTABLISHMENT OF 
RUBBER TECHNOLOGY FOUNDATION 


Organize B, J. Barry & Co. 


GOODRICH DEVELOPS NEW TWIN-TUBE RUBBER ABANDON-SHIP BOAT 


tt 











United Augmenting Black Facilities Rubber Workers Hold Convention 
Instrument Sales Rise 44.5°% 





1950 Supplements Made Available 


G 


Standard Machinery Personnel . Start Israel Tire Plant 


Recent Appointments at Witco 


WASHINGTON APPOINTMENTS Ingle Takes Leave of Absence 


Cabot Doubling British Output 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue 
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BINNEY & SMITH CO. 
DISTRIBUTOR 


FURNEX 
® 








STATEX-M 
© 

STATEX-93 
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MANUFACTURER 
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COLUMBIAN CARBON CO. 
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ORGANIZATIONAL MEETING HELD 
BY FORT WAYNE RUBBER GROUP 


Hormones for Rubber Trees 





The 
United 
Way 











for ALL Red Feather Services 





Far East Rubber Export Record 


Rubber Drum Research Program 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue. 


NEWMAN TALK CITES LOW COST OF 
RUBBER MADE FROM PETROLEUM 


Sees Hard Selling Days Ahead 





LUMINESCENT-FLUORESCENT ITEMS 
ARE INTRODUCED TO RETAIL TRADE 


Davison Receives ORR Contract 


Correction 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue 


LOS ANGELES RUBBER GROUP HEARS 
INTERESTING TALK BY HAAGEN-SMIT 


Develops New Vinyl Plastisol 


T 





RECOMMENDS RUBBER TIRE SCRAP 
FOR ROAD BUILDING PURPOSES 


Refutes Asphalt ‘Bleeding’ 


Guatemalan Shipments Planned 


Goodyear Memorial to Slusser 


Forms Market Research Unit 
& Rubber ( Akt 
ed a Market Resear 


Larson Named DMPA Administrator * 


TYPICAL STAFF MEETING IN WASHINGTON OF NPA RUBBER DIVISION 





FREE WORLD MAPS PROJECTS Heads Patterson-Ballagh Division GENERAL ANILINE AND FILM 
TO TERMINATE SULFUR DEFICIT SURVEYS TYPICAL SCIENTIST 


James T. Workman 


August Consumption Rises 7.24 


Thailand Pledges U, S, Rubber 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 


of this issue 





BLOOMFIELD DISCUSSES LATEX readily in the abst Named Research Administrator 
BEFORE THIOKOL TECHNICAL CLUB it ‘ | 


Griffith Announces Promotions Thiokol Secures Emergency Loan 


SEIBERLING RUBBER INSTALLS BETA RAY GAUGE ON CALENDER UNIT 


=) “5 | 





Connecticut Group Holds Outing Named Executive Vice-President Southern Ohio Holds Meeting 


’ atel 100 members at gue 


(<1 


H. Gordon Smith 


Name Local Arrangements Committee 


S thern © Rubber Gir 


Elastomer Group to Meet 


Akron Names Committee Chairmen 


Philadelphia 


Hoids Outing 


ASTM Plans Fiftieth Anniversary 


RUBBER AGE, OCTOBER 





Rubber in Footwear Increasing Organize Federal Latex Corp. Names Assistant Comptrollers 


rade s ( : i August 1, the latex ; lhe ard of 
1 ' ' ¢ Federa \ 1 


Revise ORR Specifications 


e of Rubber Reser 
Swedish Kok-Saghyz Experiments 


eT nt ase : it Iey t \ir 


Properties of Hycar Latices 


U. S. Expanding Wire Plant 


25 Year Ceva Ler~ 
PO vaaee - Slew - 
Av cram CBrerocmonn pOLOr £ 








Joins “Rubber Age” Staff 


NAMES IN THE NEWS 





George R. Steinbach 


\ 
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An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue. 











worth looking nto... 


CALCO RUBBER CHEMICALS 
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EM 
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If it’s 
steel wire — 
JOHNSON 
specialists 

make it 
better 


RE/ 
FOR cement 


Ce special bronze plated 

wire, for many years the prefer- 
ence of major tire manufacturers — 
now available for vacuum and 
defroster hose producers, in addi- 
tion to conventional liquor finish 


wire. 


Johnson line of specialty wires also 
includes oil-tempered and cold- 
drawn brush wire — tire bead wire 
— steel wire for field telephones 
— music spring wire. 


wet . 


Shece ee WIRE COMPANY, INC. 
Worcester 1, Mass. Akron, Ohio Los Angeles, Calif. 


FOR PRODUCTS 
WAITING TO 
BE MADE 


~ PLASTISOLS 


FOR MOULDING 
OR COATING 


ORGANOSOLS 


FOR FABRIC OR PAPER 
COATING...FOR DIPPING 


FOR NATIONAL DEFENSE tod 
Plastisols and Organosols can be 
formulated to meet rigid government speci 
ations, with emphasis on low temperature 


exibility and fungus resistance. 


FOR COMPETITIVE SELLING tomorro\ 
they'll mean greater durability and sales ap 

] ur product. Write today; take ad- 
vantage of our years of vinyl experience: The 
Stanley Chemical Company, 51 Berlin Street, 
East Berlin, Connecticut. 


STANLEY CHE MICAL 


LACQUERS SYNTHETICS JAPANS ENAMELS 








Rodic Develops New Type Seal Rubber-Sealed Garbage Trucks 


Sonesta FINANCIAL NEWS 


McNeil Machine & Engineering Co. 


| 





Parker Appliance Co. 


Cooper Tire & Rubber Co, 


Petrochemical Elects Officers 
Pantasote Co. 


Faultless Rubber Co. 


Traflet Renamed Vice-President 


Promotions at U, S, Rubber 


Cotton Heads National College 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue. 








NEWS IN BRIEF 





U. S, Rubber Buys Chicago Die 


McNeil Machine Offering Shares 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 


of this issue 








Foam Rubber-Filled Toys 


NEW RUBBER GOODS 





Steadifeed Nursing Nipples Hilo Hattie Hand Puppet 
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Nature Faker Latex Lures 
‘ | Lou 
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ed 
ie 
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~ € . r 


Trigger Stick Horse 
Door Stop-R and Bump-R 





Uscolite Tapered Warp Tube 








LOS ANGELES NEWS 





Hycar Oil Well Tubing Seal 


Circle Wire Opens New Mili 


. i er i $3 O00 


a ee 


An index to Volume 69 of RUBBER 
AGE will be found on Pages 133 to 136 
of this issue 





Experience 
counts 


“ MUEHLSTEIN = 


60 EAST 42nd STREET, NEW YORK 17, N. Y. 


BRANCH OFFICES: Akron Chicago + Boston - los Angeles Memphis 
WAREHOUSES: Akron + Chicago Boston + los Angeles Jersey City 


CRUDE RUBBER - SYNTHETIC RUBBER - SCRAP RUBBER - HARD RUBBER DUST - PLASTIC SCRAP 








Inflatable Boat and Float 


~ 
CANADIAN NEWS Braipi pon hes 





Open Cedar Rapids Factory 


Moves Eastern Sales Office Increases Plasticizer Production 


New Shell Ethyl Chloride Unit 
Expanding Tire Cord Plant pene eee alls 
Sponge Rubber Carpet Cushion 








a 


SURBLAG | svernm 


for 


non-scorching 
RESIN saving 


SUBLAC Resin B-2-A, a white powder, is the lowest priced, non-scorching, rein- 


forcing resin available today! 


SUBLAC Resin is outstanding in its ability to impart desirable characteristics to 


rubber compounds, For example, it may be used to obtain any of these properties: 





Hardnes-, Stiffness, Abrasion Resistance, Tear Resistance, Oil Resistance. In many 
cases, the use of SUBLAC Resin alone is sufficient to obtain a combination of 
several of these properties and at the same time provide a compound with easy 
processing characteristics and a high general order of physicals. In addition, 
SUBLAC Resin is non-scorching! 

SUBLAC Resin B-2-A is especially advantageous in stocks highly loaded with clay, 
whiting, or Silene. The following compounds are representative of such highly 


loaded. easy processing stocks that require no ‘trick’ mixing techniques 


Experimental Slab Stock Experimental Tile Stock 








GR-S 50 100 GReS ) LO 
SLUBLAC Resin B-2-A () SUBLAC Resin B-2-A 

( o | 
ZnO) 
Dre, 
Altax 
Hard Cl 


s 





Hardness (D Seale 


In these compounds, the SUBLAC Resin was added to the rubber, then enough 
clay to take up all of the oil, followed by the remainder of the ingredients in the 
usual manner. 
SUBLAC Resin B-2-A is readily available. Send for your sample today! 
291,56 Ib. in truck loads 
Price s 


0c Ib. in lesser quantities 
fob factory in fiber drums 





4 THE POLYMEL CORP, | ssn items 


Phone: PLaza 1240 

















OBITUARIES 


\ Chemical Exposition Set to Open 


A 





David Tumpeer Walter M. Buswell 


Charles F. Weber 


James E. Lynch 


Calvin J. Ellis 


Clarence J. Welch 


Hall Announces New Facilities 


Chester D. Rudolf 


Dealers Raise Objections 


Moves Tire Mold Production 


vf 


Expanding Reclaiming Facilities 





us? Give You Greater Fabric Uniformity 





The greater uniformity 

of Mt. Vernon fabrics means 

consistent quality in your finished 

products — smoother, more efficient 
fabrication. 


AT YOUR SERVICE 
Mt. Vernon-Woodberry’s staff of textile engi 
neers is available on request to help you with 
your problems in development or opplication of 
industrial fabrics 


Wt. Veruou - Woodberry 
CHECKING COEFFICIENT OF VARIATION 


TURNER HALSEY And Average Factor Of Quality On Even- 


Pid: aps ness In Roving With Belger Tester. One 
Seltung (th) Agents of a series of comprehensive laboratory 
40 WORTH ST NEW YORK controls throughout production to assure 
uniformity in all Mt. Vernon-Woodberry 
Branch Offices: Chicago « Atlanta « Baltimore products. 


Boston « Los Angeles + Akron 
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NEW EQUIPMENT 
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Originators of fd The Capitol 
ke 


ij 
Liner 2 Process 


Scott Strain Tester 





WE DO THE FOLLOWING TYPES OF FINISHING 


Preating of all types of cotton duck and 
cotton piece goods with our CAPTTOI 
LINER PROCESS. We are in a position to 


supply i complete liner. if desired. 


Zz Resoreinol Formaldehyde Latex processing 


on cotton piece goods. raven, nylon, and 


ct lane se, 


Mildew Resistant Treatment of all widths 
and weights of belting, hose. number and 


irmiy ducks 


Fire. Water, Weather and Mildew Resistant 
Finishing of number duck and U.S. Army 


duck to Government Specifications 


Details Upon Request 





TEXTILE PROOFERS INC. 


181 Culver Avenue, Jersey City 5, N. J. 


BErgen 3-6183 

















Since the early days of the automobile, Bridgwater 
Machine Co. has been one of the principal manufac- 
turers of tire molds, carrying on this activity as part 
of our general contract manufacturing operations. 
Tire mold manufacture, while contract work, ts 
wholly unrelated to general contract manufacturing 
requiring special techniques, special skills and special 
tools. 

Accordingly, when a few years ago it became necessary 
to expand our mold manufacturing facilities to keep 
pace with the needs of the tire industry, we established 
them in a new plant in Athens, Ohio, under the name 


YOUNGSTOWN 





COLUMBUS / 


of Athens Machine Division of Bridgwater Machine 
Co. We have now centralized and consolidated all our 
tire mold manufacturing in an enlarged Athens 
Machine Division plant the only plant in the world, 
we believe, devoting itself exclusively to tire mold 
manufacturing 

The advantages to buyers of tire molds are quickly 


evident: specialized equipment designed solely for 


tire mold manufacturing means lower cost production, 
quicker delivery; the higher skill and proficiency 


developed in personnel devoted exclusively to tre 


} 
mold manufacture means highest quality molds 


| ATHENS MACHINE DIVISION 
DGWATER MACHINE COMPANY 








COSTS GOING DOWN? TODAY? _ new equipment (conT’D) 
Why, sure! 


by using 
MARTIN 
All-Nylon Cure Wrapping Tape 


Slash total tape expense 
Get to 60 curings from Martin longer 


N ! e. Get 7 to 


Produce a better finish 





Company, Trenton, New Jersey, 


n Martin All-Nylon Cure Wrapping Tape 


Check these superiorities: 


* Natural color * Standard widths 


ut-up, 72 yard 
Mfarrin 3 


nen Son eee pene Fey Intricate Shapes 
MARTIN FABRICS CORPORATION SEE PAGE 4 
48 WEST 38TH STREET . NEW YORK 18, N. Y. 

















NEW EQUIPMENT CONT'D) 


Howe 77 Weightogr aph, 


ertible 


w pocket-size pH meter and companion probe 


been introduced by Ana 
> Main St. Chathar 
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Cabets (New O Tuenae Black! 
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CARCASS COMPOUNDS! 
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VEGETABLE 
OILS 


oTITUTES 


“Re SU Be 
> 
Types, grades and blends 
for every purpose, wherever 
Vulcanized Vegetable Oils 
can be used in production 
of Rubber Goods—be they 


Synthetic, Natural, 
or Reclaimed. 


A LONG ESTABLISHED AND 
PROVEN PRODUCT 


HARWICK STANDARD CHEMICAL co. 


Akron, Boston, Trenton, Chicago, Denver, Los Angeles 











NEW EQUIPMENT (CONT’D) 





Men who Know ) 
PRODUCTION MACHINES =.""."e ee 
Choose _ Water & Eqs Cop Mca 






























For MORE than Half a Century the name 
COULTER has meant MORE in higher qual- 
ity cuttings... MORE IN GREATER PRO- 
DUCTION. 













MODEL A-1 


Cutting Heels at 
high speed produc- 














tion or short runs. 






te eA 
4 bs 
ee a by MODEL A-2 


at Cutting Multiple 


Cd! 
k \ 
tr Heels. Half and Full 


, Soles with stock 


=F 
A } erain, 


j 
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MODEL A-3 
Cutting Multiple 
Heels and Taps with 
















or across. stock 





grain. 


MODEL A-2s 
(Not illustrated) 


Cutting across 







Intricate Shapes 
SEE PAGE 4 


frain ot stor k. 
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COULTER PRODUCTION MACHINES SINCE 1896 











NEW EQUIPMENT (CONT'D) everybody talks 


em 


Pet: 
Detroit Easy Finisher Model AF 


( 1333 least hig 


\] } 


... these Pure Light Red Iron 
Oxides by Williams assure it! 


They represent the ultimate in red iron 
oxide colors for the rubber industry. 


Williams iron oxides come to you with 
all the benefits of our 72 years in the 
pigment business ... and as a result of 
our experience in producing pure red 
iron oxides to specifications of the 
leading rubber companies. 


Each is manufactured to rigid specifica- 
tions for copper and manganese con- 
tent, pH value, soluble salts, fineness, 
color, tint and strength by controlled 
processes and with special equipment. 
The result is absolute uniformity of 
product. 


If you haven't already done so, try 
these finest of all iron oxide colors. 
Your own tests will show there is no 
equal for Williams experience. 


LET WILLIAMS PUT THE MICROSCOPE 
ON Your COLOR PROBLEM 


Whatever your color problem, bring it to 
Williams. Our 72-year experience can 
often save you time, money, and head- 
aches in proper color formulation. 











Address Dept. 8, C. K. Williams & Co., Easton, Pa. 





IRON OXIDES * CHROMIUM OXIDES 
EXTENDER PIGMENTS 


OUTSTANDING 
IN SIDEWALLS! 


Cc. K. WILLIAMS & CO. 


EASTON, PA. ¢ EAST ST. LOUIS, ILL. © EMERYVILLE, CALIF. 











NEW EQUIPMENT (CONT'D) 


Wabash Hydraulic Laboratory Press 





TANNEY: COSTELLO 
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Rubber 


Natural 
Rubber 


Representatives for: 


S. J. PIKE & CO., INC. 
Crude Rubber Importers 
30 Church Street 
New York 7, New York 
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STEEL STRAPPING « STEEL 
PRACTICAL EXPERIENCE IN WASTE RUBBER 





vith hairlir precisior 1 Myr S New Bi in, i 
HARDWARE « TOOLS « ELECTRIC TOOLS | STANLEY ] 
"e, THE SYMBOL OF THREE GENERATIONS OF 
Reg. US. Pat. Off . 











SUPPLIERS WHO KNOW THE 


wuiner Geqnigenant Spanien s fy ¢ REQUIREMENTS OF THE 
: AG RUBBER INDUSTRY 


Electrical equipment for: 


CALENDERS + EXTRUDERS + MILLS + BANBURYS » CONVEYORS 


CONTROLS * MOTORS + REDUCERS * MOTOR-GENERATOR SETS 
ELECTRICAL AND MECHANICAL ENGINEERS 








Experienced in Engineering Special Drives and Controls 


SERVICE - QUALITY - DEPENDABILITY | ALL gene rete USED 








THE A-C SUPPLY COMPANY 


1100 HOME AVE. P.O. BOX 991 HEmlock 6188 Vd ie), me) ite) 











SPRING LEAF TRUCK 


This new Truck gives 
unobstructed access to 
three sides of each 
tray and offers a con- 
venient method for 
storing materials that 
require cooling or air 
drying. The one piece 
construction Trays are 
spring supported and 
can be quickly raised 
or lowered, free from 
all iocking devices. 
Trucks having 18 per 
forated trays 36” x 
36° or plain surface 
trays 36° deep by 4 
ft, 6 ft. and 8 ft. 
long, can be furnished 
either stationary or 


mounted on casters. 


SPADONE MACHINE COMPANY, INC. 


10 East 43rd St New York 17, N. Y. 








A Dual Purpose Machine 
For Grinding and Polishing 


RUBBER ROLLER AND TUBE 
FINE GRINDING & POLISHING 
MACHINE (4-LM) 


TOOLS 


BLACK ROCK MFG. CO. 
179 Osborne Street Bridgeport 5, Conn. 
Pacific Coast Representative 
Lombard Smith Co. Los Angeles, Cal. 
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BOOKLETS, CATALOGS, etc. 


Cost of Manufacture of Articles from Latex Ebonite in 
Comparison with Objects Produced from Rubber Ebonite 
and Bakelite. G. KE. Rotgar nd J. C. Gerritset ( 


8). | r-Stitching, Delft, H 


Ry 


Ortho-Nitrobiphenyl: Plasticizer and Chemical Intermediate 
¢ R ) ~ ( , { ) 


Cabos (Naw Ol Tuenace Black! 


Sterli 


3 for VERSATILE ) © 


EXCELLENT 
IN TREAD BASE! 

















REVIEWS (CONT’D) 


Materials Problems of the Emergency: Producing for the 
108 eae PPPOE 


Armed Services. I 
? \ 18 


Gas-Analysis Manual. }3 


tive Rubber Catalog. \ut 


abets (New O Tuenace Black! 


: Sterli ( 


for VERSATILE } © 














CaS 


AAA 








FOR 
RUBBER 


MOLDS IN BRANIN 
IE a anAN} TESTING 


DIES Since 1849 ™| 


Single and 4 
cavity Molds for 
making test slabs 
n stock. Mold: 
for Adhesion test 
pieces Abrasion 
test Compress on 
samples and Flex 
ing tests molds 


made to order. 


Standard ASTM and 
dies for cutting test tensile 
tear strength samples and 
for Slab curing carrie 
Write for complete catalog 
HOGGSON & PETTIS 
MFG. CO. 


: 141A Brewery St. 
4 NEW HAVEN 7, CONN. 


al, Tr Los Angeles 


din 





IDEALFOR 
MECHANICAL GOODS! 


UTILITY FAN OR V-BELT COVERING 
MACHINE FOR VARIOUS SIZES 
AND CROSS-SECTION BELT 


UTILITY = MANUFACTURING COMPANY 
Cudahy, Wisconsin 
Cable Address: UTILITY-MILWAUKEF 
Long Distance Phone Call 


MILW AUKEE—SHERIDAN 4-7020 











REVIEWS CONT'D) 


EXCLUSIVE \bAdy 
necuTs «QUA | vce 


RAY - BRAND 
Centrifuged Latex 


+ 
* 


@ Normal Latex 
@ GR-S Latex Concentrate 


@ Natural and Synthetic 
Vv 

= Latex Compounds F 
72-75°° Latex 
Concentrate 
How Lignum-Vitae Is Bei ing Used for Mechanical and 
We maintain a fully equipped dustrial Purpo ses \ ) ts ( 
laboratory and free consulting 


service. 


LATEX DIVISION 


RUBBER CORPORATION OF AMERICA 


274 Ten Eyck Street, Brooklyn 6, N. Y. 
111 West Monroe Street, se 3, Ill. 
ALES REPRE SENTAT E 250 Delawa 
B N \ 77 Aaued + St 
DF 


BROCKTON 


CUTTING 


DIES 








Equipment. 


Meticulous workmanship has been a 
tradition at Brockton Cutting Die 
for three generations. That’s why 
rubbec manufacturers turn to us 


3 New CT Ta ; 
for quality dies of all kinds .. . = QA 7 \j 
for dies that really retain their cut- 2 
ting edge. Our experience and : qe 
facilities enable us to turn out a = 
cutting . yO \ 














die for every type of 
service. 


Voor VERSATILE 


Send your blueprint today for 
prompt quotation. 


—— : PERFECT 
: Gan AND eeentine =a : y IN FOOTWEAR! 


AVON, MASS. 











BE CAREFUL ABOUT 


TEMPERATURE 


REJECTS ARE A TOTAL LOSS! 


There is very little you can do with scorched rubber 
except charge it off to experience. Even with the 
rapid modern accelerators, scorching is avoidable. 
With the Cambridge Surface Pyrometer, the operator 
can check, thus control the surface temperature of 
mill, warming and calender rolls. It is an accurate, 
rugged, quick-acting instrument, so easy 
to use that operators are glad to use it. 


ROLL Send for bulletin 194 S4 


CAMBRIDGE INSTRUMENT CO., INC. 
3754 Grond Central Terminal, N. Y. 17, N.Y 





} 


Pioneer Manufacturers of Precision Instruments 


CAMBRIDGE 


ROLL + NEEDLE + MOLD 
single purpose 
nts 


= PYROMETERS 


THEY HELP SAVE MONEY AND MAKE BETTER RUBBER 


Combination and 


When an experienced rubber engineer 
looks at a SHAW Machine, he can see 
at a glance that there are many advanced 
features which contribute to high produc- 
tion of first-class goods. But after long 
usage he will know that it is equally no- 
table for trouble-free operation with low 


maintenance costs, 











TIRE MOLDS 
SPECIAL MACHINERY 
TEAR TEST EQUIPMENT 


Fair Prices 
Reliable Delivery 
Good Workmanship 


b* 


Your Inquiries are Solicited 








THE AKRON EQUIPMENT CO. _ 
AKRON 9, OHIO 








goreeg 
—EN 








The machine illustrated is the well 
known Shaw Intermix 














FRANCIS SHAW & COMPANY LIMITED, MANCHESTER 11, ENGLAND 


MANUFACTURED FOR U.S.A. UNDER LICENSE BY ADAMSON UNITED COMPANY, AKRON, OHIO 








GIMPLE 


RES TRACE MARA 


CUT 2500 FEET OF STRIP PER HOUR 


= The Simplex Model 
Shay, RB-2 is a new high- 
ty) speed, portable 


4) @ Oe: strip cutter that 
; Ox cuts efficiently 
PLP and accur- 


Fic = 2 ately. 
ms : = — 


Yo & 
~ a gg .°- 
- iin 


tting thickne 
th A 


i 
{ 
r 


Simplex Cloth cutting Machine Co., Inc. 
a iplete Li of Cloth Cutting Machin 

ms We st 39th oO New York 18, N. Y 

Cable Address—SIMPLEX, N. Y. Phone—WIsconsin 7-5547 








CRUDE AND 
SYNTHETIC 


* 


Sole Distributor 
DUNLOP CENTRIFUGED LATEX 


North @ South @ Central @ America 


Sole U.S. Distributor 


SYNTHETIC LATICES for 
AKRON ! POLYMER CORPORATION LTD. 
Sarnia, Ont., Canada 

BOSTON * 

In Mexico: 
LOS ANGELES COMERCIAL TROPICAL, S.A. 

Mexico City 
TORONTO 


CHARLES T. WILSON €0., INC. 


120 WALL ST., NEW YORK 5, N. Y. 
* 











REVIEWS (CONT'D) 


Pressure and Vacuum Actuated Switches 
\ 15¢ | ~ n Avenn 


burgh Chemicals. 


United for Fifty Years 














Intricate Shapes 
SEE PAGE 4 





{ 





g 
ye. MAGNESIUM OXIDES 


FOR NEOPRENE COMPOUNDING 


er acid 
rties, 
ng at 
Faster 


MAGLITE-M° 
9 aid 
anti- 


e Has bet! 
scorch prope 


A top curin 
Safer tub! 


acceptance, 
s 


MAGLITE-D* 
All the advantages of MAGLITE-M and with 
these added values. 
Easier incorporation into neoprene ® Greater 
bulking factor per cubic foot © Higher 
magnesium content. 

“Products of the Marine Magnesium Division of Merck & Co 


WHITTAKER Yt. 


“LARK & ‘ 
C K & 260 West Broadway 
DANIELS, INc. New York 13, N. Y. 


Uf 


Uy 


Designed To Extrude 
RUBBER or PLASTICS 


I, these days of rapidly changing developments 
Rovle extruding machines are in the ad- 


owners of 
vantageous position of being able to adapt their ex- 


truders to either rubber or plastics production. I 
you are faced with the problem of extruding rubber 
and plastics the versatility of ROYLE extruders is 
of paramount importance to you. Whether you re- 
quire a light or heavy production extruder features 
have been incorporated to assure maximum results. 
The change-over is quickly and simply accomplished. 


Send for your Copy ol Bulletin No. 148. It describes 
these features and how they may be applied to older 
type extruders. 

ROYLE #2 Extruding Machine 
Non-extended cylinder, plain tub- 


ing head. 


DIES LIVE LONGER! 
MERIX MOLD-EASE 


CONCENTRATE PCR 
A New, Powerful, Water-Soluble Mold Lubricant 
For Rubber & Plastic Products 
Dilutes with 7 to 10 parts water to bring COST WAY DOWN! 


of any Silicones—assures adhereace of subsequent fin 


operations 


Free 
ishing 
oils or other surface-marring ingredients. 


Contains no 


Speeds up finishing operations—no solvents needed because 


it is water soluble 


spraying or wiping on molds 


e Aplic d quic kly 


Leaves molds clean and ready for next eye le. 





for or 


Send literature 


BETTER YET, 


sam ple today 


STATIC TROUBLE? 


order a 


5.85 


Sample Gallon Cone.§ 14.50 


Sample Quart Cone. § 


FOB Chicago, IIl. 
IT'S FREE! 


Prices for production 











on request. 


quantities 
Distributor Inquiries Invited 


MERIX CHEMICAL COMPANY 


1021 E. 55th St., Dept. RA-10, Chicago 15, TL. 





PATERSON 





N. J. 
PIONEERED THE CONTINUOUS EXTRUSION PROCESS IN \. 1880 i 


Akron, Ohio Los Angeles, Cal. PATERSON 3; NEW JERSEY 


London, England 
James Day | Machinery) Ltd. 
REgent 2430 


Home Office 
J. W. VanRiper 
SHerwood 2-8262 


J. C. Clinefelter 
JEfferson 3264 


H. M. Royal, Inc. 
LOgan 3261 





> a Rubber — Crude, Reclaimed 
Ay ay R kK kK i and Scrap — Cotton — Ducks 
a o — Tire Fabrics — Sheetings 


Natural Rubber f Cotton 
VEW YORK, OCT. 5. 1951 








Scrap Rubber 


WO.000 


Reclaimed Rubber 


ir 


London Market 


Singapore Market 


Synthetic Rubber 


, 


Domestic Natural Rubber Prices 


NI 
NI 


NAA 


NXM 
N4NS 
N4NS 


Cotton Tire Fabrics 








ou buy ready-to-use dispersions of 
SULFUR 
ZINC OXIDE 
ACCELERATORS 
= abber Lane Foune ANTI-OXIDANTS 
or complete curing groups 
bbe: @ Do your transportation charges run higher now than 


Practically any 
gloves can ge saiaaied 1 by ¢ “aloaial rl ese they would from Columbia City, Ind. (near Ft. Wayne)? 
ms for | nemens or coe pt ns @ Do you need a source of supply for 
ind industrial gloves hey an aiso Db 
aie aera slip poe as: is aac rosy Mh NATURAL CENTRIFUGED LATEX 
ell Se ee ja GRS No. 4 LATEX NORMAL 
me forms are made trom Colonial's 
; GRS No. 4 LATEX CONCENTRATE 


to Customers specifications 
y tations | t of u : , 
og. Quotations based on your specifica If your answer to any one question is ‘‘Yes'', TESTWORTH 


r stock items given prompt attention LABORATORIES, INC. can serve you to YOUR advantage 


THE COLONIAL INSULATOR COMPANY 
Ts S TWO RTH (ep saber Inc. 


993 GRANT STREET * AKRON 11, OHIO eee 


Kibber 


natural 





HERES HOW 


you can relieve yourself of the bothersome and time- 
consuming details of buying rubber. Simply arrange 
for S. J. Pike & Co. to service purchases for you. 





synthetic 


Years of experience assure complete knowledge of 


grades and prompt execution. 


We solicit your account. 


In Akron: 


r + 
ey 


S. J. PIKE & CO., INC. : ditt 
: n Los Angeles: 
30 CHURCH STREET, NEW YORK 7, N. Y. ; Me rit Western Co 


ABLE ADDRESS ‘'PIKESID, N.Y 














ACCELERATORS 


A razate 
Beutene 


But 


But 


‘URRENT MARKET PRICES 


Of Rubber Chemicals and Compounding Ingredients 











asan 


Ethyl 
Methyl 





OCTOBER 4, 1951 











Prices are, in general, f.o.b. works. 
Range of prices indicates grade or 
quantity variations. 
Abbreviations: bbls., barrels; c.l., 
carlot; cyl., cylinder; dlvd., deliv- 
ered; dms., drums; l.c.l., less than 
carlot; M.B., masterbatch; min., 
minimum; ref., refined; sap., sa- 
ponified; sp., special; syn., syn- 
thetic; t.c., tank cars. 
a East of Mississippi. 
*For Export Only 
—The arrangement of this section 
follows closely the Chemical Sec- 
tion of the 1951-52 RUBBER RED 
BOOK to which readers are re- 
ferred to determine the classifica- 
tion of any material or brand name. 
—Although suppliers of every ma- 
terial were contacted for price in- 
formation, only those materials are 
listed for which quotations have 
been furnished us. The quotations 
are not guaranteed and prospective 
purchasers should contact suppliers 
for confirmation before placing or- 
jers. Suppliers are requested to 
send us regularly current prices on 
all of their materials used in the 
rubber industry. 











Zimate, Butyl 
Zimate, Ethyl 
Zimate, Methyl 


ACTIVATORS 


Neo-Fat H.F.O 
tearex Beads 
Hydrated 


rowhe 


Oxide, Light 
Neoprene 


Neo 


Marine’s (Neopr 
Grade (1.c.1.) 
Michigan No. 30 
No. 40 Extra Light 
Witco Extra Light 


ACTIVATORS (Cont'd) 


Oleic Acid 


Stearic Acid, Single Pressed 
tearex B (divd re 
Stearic Acid, Double Pressed 


tearic Acid, Other 
Neo-Fat 
6 


Unclassified Activators 
Actifat (dms.) 

Aktone 

Barak 
Curade 
D-B-A 
Delac J 
Dibutvlar 
MODX-B 


ANTI-COAGULANTS 
Anhydrous Ammonia (l.c.1.)Ib. 
\ monia ims.) t 


Ar 
M.B.M le.) pase Ib 


ANTI-FOAMING AGENTS 


\er Anti F 

Regular os 
DA Antifoar 
Defoamer 630 
Mod i 


lico. 


ANTI-OXIDANTS 


Agerite Alba 
Gel 


Benzoquinone 
Betanox Specia 


Flect H 

Flexamine 

Neozone Standard 
A 


D 





es 
Merchants Report | | 
Pleasant-Smelling | 
Goods Sell Faster | 
Odor-Treated by Sindar. 
Textiles, Plastics. Inks. 
Paint and Rubber Goods 


Find Ready Acceptance 





Write Sindar Corporation, manta 
turor eof Induztesol Arama 











ig 2 gw coder 
Tr 73 my ¥ ay Bt 
= Oe : 


og hs ee eae ee 


1 Ete Te on 


mp ae ald ¥ 
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Industrial Aromatics and Chemicals 


ORIGINAL PRODUCERS OF 
MAGNESIUM SALTS FROM 
SEA WATER 


f jagnesium 
salts 
from the sea 


a 


REGULAR AND SPECIAL GRADES OF ah 

MAGNEStoM LS 
MAGMES 1 ON eaaat ys : 
eapettatie | 
OXIDES ~ : RN 


FOR THE RUBBER INDUSTRY 
Sass 


MAIN 2 eee crete 


Main Office, Plant and Laboratories 


SOUTH SAN FRANCISCO, CALIFORNIA 

Distributors: 

WHITTAKER, CLARK & DANIELS, INC 
i 4 ‘ New Y 


330 West 42nd Street, New York 18, N. Y. 
Branches: Philadelphia « 
Chicago + 


G. S. ROSINS & CO 
iit sU i t 4 «ze, . = 
Boston « Cincinnati + Detroit 


THE C. P. HALL CO 
iil Al I Nn i ‘ \ ‘ 
PALMER SUPPLIES CO 
Seattle » Los Angeles + Toronto C 


I A N 


‘Write for Brochure 


VULCANOL’ 


A Group of Latex Compounds for Sizing, Coating and 
I I 2 
Impregnating Textile Fabrics. 


ALCOGUM 


Synthetic Thickeners for Latex Compounds 


VULCARITE 


Dispersions of Latex Compounding Chemicals 


* * * 
Technical information and samples available promptly upon request. 


* Registered Trademark 


| \ 
SOUTHERN DISTRIBUTORS 

ALCO OIL & CHEMICAL CORPORATION  wros'concsy inc 

TRENTON AVE. and WILLIAM ST., PHILADELPHIA 34, PA. CHARLOTTE, N.C. 








ANTI-OXIDANTS (Cont'd) 
xidex 

PDA " 

Permalux 
Resorcin, Tech 
I 


BX 


ANTI-SCORCHING AGENTS 


Salium Aneta 
Crystals lb. —— 


ANTISEPTICS AND GERMICIDES 


ANTI-WEBBING AGENTS (for Latex) 


AROMATICS (DEODORANTS) 
B 
{ 


puquet 49 t 
r It 


} 


yumarin 


198 
Deodorant 
Deodorant 1-3 

L-44 

N.L.T.X 


Latex Perfu 
6 
9 


Naugaromes (dms.) 


x 


GD 5348 


Perfume © 
Vanilla 
Res 
Rodo No 0 
No. 10 
I 
Russian [cat! 


BLOWING AGENTS 


Sodium Bicarbo 
Sponge Paste 


NT 
N 





BONDING AGENTS White—Lithopese 
Durez 12987 5 Albalit 
MDI Astrolith ‘ 
ryptone BT 
Pliobond 

30 
Reanite reper 
Rex Compounds .... 


Ty-Ply Q (BN 


E 
p 
I 


COAGULANTS 

Acetic Acid—56% (bbis.) cwt 
Glacial—99% % (bbis.) cwt 

Calcium Nitrate, Tech.., 


White—Titanium Pigments 


—all grades 


Crysta b 
Hydroxyacetic Acid—70% 
(dms.) .. cavern 5 
Zit Nitrate , 1 
RC-H vd 
° Unitane O-220 
COLORING AGENTS 77h aaah 


Black Zopaque 
. oR \ 
Bl Sh uM ae i White—Zinc Oxide (American Process) 
ack Shield 4-35 (dms.) 7 41 nd 2 3 

Carbon Black—See Resnforcing AZ( ee b Cand 42, 35, 
Lampblack No. 10 Ib | s 

Maptico Black Iron Oxide ro He 

XX R 

XX 

tox 


Raven Black Pure Iron 


Blue 


Monastra st Bh White—Zinc Oxide (Dispersed) 
PCD, D rsed Dispersed Zinc Oxide.. it 
Ramay 

White—Zinc Oxide (French Process) 


B 
Mapico Bro 


Green 
White—dZinc Sulfide 


Filo Green D-700 (and 
D-705) 


yreen Chromium Oxide, 
Pure 
Green Chromium Oxide, 
Pure, Hydrated W Yellow 
Green FD, Dispersed 1.8 
Monastral Fast Green GSD 
Dispersed 
Permansa Green CP-594 
Pigment Green B 
GL-652D 
Ramapo Green 
Green X-1292 
ne (Treen 


Green M.B 


Maroon 


Stan-Tone Maroon 
Y Mar MR 


Orange 


Ore 
Orange FD, Dispersed 
Rubber Orange K:2065 
Stan-T Orar 


Red 
Antimony Trisulfide ......Ib. 
R. M. P. Sulfur Free. .Ib. 

R. M. I N 
admium Red 
ch Bed 


Graphic 
M 


Stan-Chem BOC 


ibanox Red CP 7€ 
eee.” - 
ber Red CP-339 (dlvd.)Ib 1.05 EXTENDERS 
Rubber Red RT-3 5 
Rubber Red RT-425 
Rubber Red X-1148 
Rubbere ) 
Solfast Red CP-663 (diwd.)Ib 1 D9 
CP-787 (dlvd.) 1} 2 xt 
Stan-Tone Red 
Burnt Ree 


Bunaweld Polytier No. 780.1b 


1D-93 


Ib. 1.10 
, 


22% 
2 


2 
8% 


.205 
.225 
20% 








FOR DEPENDABLE SERVICE 
Copolymers 


high styrene rubber resins, elastic 


and heat-resistant, for shoe soles, 
wire insulation, floor tile, molded and 
extruded products. 


DAREX EQUIREMENTS 
Copolymer Latices 


high styrene resin emulsions for rug —— 
and upholstery backings, leather } a 
finishes, paper coatings and impregnants, B D Since 1903 


latex base paints, etc. 


f. 











DAREX, Reg. U. S. Pat. Off. 


BAIRD RUBBER 
AND TRADING COMPANY 


Cambridge 40, Massachusetts 233 Broadway. New York 1%, te s 


WOrth 4.1460 
ORGANIC CHEMICALS DIVISION 


ud 


“FACTICE’ VULCANIZED OIL 


(REG. U. S. PAT. OFF.) 








Our products are engineered to fill every need in natural and synthetic rubber com 
pounding wherever the use of vulcanized oil is indicated 


We point with pride not only to a complete line of solid Brown, White, “Neophax 
and “Amberex" grades, but also our aqueous dispersions and hydro-carbon solutions 
of ''Factice" for use in their appropriate compounds. 


Continuing research and development in our laboratory and rigid production contro 
has made us the leader in this field 


The services of our laboratory are at your disposal in solving your compounding 
problems. 


THE STAMFORD RUBBER SUPPLY CO. y 
STAMFORD, CONN, THE Sano mau supLy co, 
Makers of Stamford ''Factice"™ Vulcanized Oil Since 1900 


(Reg. U.S. Pat. Off 


\ 
\ 














PULLERS (inert and Reinforcing) 
Abrasives 
Carbonite 


Al 


Lionite 
Pumice 
uminum H 


Aluminum S 


Marter Whit "i 


Bary! ¢s 


SPV Volclay (el). 


Blanc Fixe 
Calcium Carbonate 


Atomite (c.l.) 
B.I. White No. 1 
B.I. White No. 2 
Blue St XX 
Calcene T 

Calte 

Calw 

Camelwite 

Gama 

K 

Laminar 
Lesamite (c.! 

vi 


Multifex 


um Silicate 


Calc ium Sulfate, Anhydrou 


Snow White Filler 


Crysta-Cal (c.1.) 
Terra Alba N 


halk Whitir 


Ray yn, bleached or dyed.lb 
arey t 


Ra yon, pink 


w 01 bleached « 


Leather, Shredde 


Agnin 
In 


Limestone, Pulveri 


Sierra White 


FILLERS (Cont'd) 


MCE, sas 

Concord 

Micro- Mica 

Mineralite (c.l.) 
Silversheen o- 
Tobe A Mica “(el.). 


Wer Ground Biotite 


Wet. ‘Geoanl Mica 
160 
P yroph llite 
\ \ 
sili a 
Slate ~ Powdered hel); 
Tale, Domestic 


Walnut Shell Flour 

Whiting, Commercial 
Cameline (¢.l.) ........ton 
C-C-O White «.- toa 
Keystone (c.1.) es 
Rambo No. 1 t 

No. 6 White ........ton 

Snowflake (c.l.) 
Vera c.1.) 
Welk 1.) ton 


York W . 
Wood Flour tana One 


ieee MATERIALS, SURFACE 
Be 
Blac k Out 


\ 


Borax, Granular 

Carbowax 4000 b 

Colite Concentrate (dms.) gal 
«bb. 


+ Coneentrex 


D.C. 7 Compound Reape | 
t 


Dipex 
Dri-Lube 
Glydag be 
Hawkeye Flake 
Kokobace 
Latex-Lube GR (dlvd.) 
R-66 (divd.) 
Liqui-Lube (dlvd.) 
NF (divd.) 
'T (dlwvd.) 


I sub yricant No. 72 
. ; ‘ 
M N 
ha Bri ite 


Me Id Ww hite 

Nopcolube R ° 
Orvus WA Paste (dms.)..1 
| tv Flake 
R at e I 7 
Rubber-Glo 

Rusco Mold Paste... 

ericite (l.c.1.) . 


“Mol 1 ‘Sean ae 
Lubricants .. 


LUBRICANTS, RUBBER 
> Neutrals gal 


LUBRICANTS, RUBBER SURFACE 


B S 


MOLD lerenrens 


4 ilvd 
eta 99 
Granular 
Rubber-Sol 
Shelblast 
Sprex A.( 


PEPTIZING AGENTS 


Peptizer P-12 
RPA 2 


RO 


PLASTICIZERS 


AA 

Acto 500 ae ene 

Adipol BCA (dms.) 
2EH nid ya os 
10A 

American Pine Tar 

Arneel . . 

Arolene 1980 (c.l.) 

Aromat lar 


Beeswax, Refined & 
Bleached 
Yellow Refined 
Bondogen 
B.R.C. No 


t 
Bu unat ak AH 


No. 90 

No. 210 
B y 
Buta’ 


Butoxyethyl Diglycol Car- 
bonate . lb. 


Buty yl Sebaca l 
Butyl Carbito Perlargonate 
1 


(dms. 

Buty! ¢ Selessive Perlargonate 
(dms.) a6 

Butyl Palmitate ......... ‘lb. 

Butyl Roleate . Ib 

Butyl Stearate-( P (dms.) lb. 

BW H- re Ib. 

Di_B 


D OA 

Califa $10, 550 ea 

a. aes 
R16 


rl 
Candelilla Wax Prime... 
Capryl Benzyl Sebacate... 
( “arbonex 
Flakes 
S Plastic 


Car bo wax 4000 (drums) 
Cardolite 615 
Carnauba Wax, Crude 
Refined 
Substitute 
Yellow 


Ceresine Wax 
ix 
C ‘onto ea “é 
CTLA Pc ayenee 
Cuma ar Resins 
D.C. 200 Fluid 
D.B.M benrets 
gr nim me 
Dibutoxethy Sebacate - 
Phtha late 
Sebac 


ay | Adipate 
a Phthalate 
a 


pr Set ac ate 
Carbitol Phthalate (dms Nb 
yclohexy! Phtk alate 


Phthalate 


late 
acate 
4 Azelate (dms.) 
octy! Adipate (dms.) 
»-octyl Phthalate (t.c.).! 
1 Phthalate (t.c.) 
Sebacate 
Phthalate (dms.) 
Sebacate (dms.) 
D.1 I 0 P. (dms.) .. 
O 























100% NATURAL 
CRUDE RUBBER 


DEPOLYMERIZED RUBBERS 


Produced in a range of flowable consistencies 
Uniform Quality 
Laboratory Controlled 


Samples and data upon request 


H. V. HARDMAN CO. 


INCORPORATED 
571 Cortlandt St., Belleville 9, N. J. 








WE LIKE TO DO BUSINESS WITH 


WOLOCH 
and nw wonder’ 


Over 25 years of experience in 


RUBBER 


insures a knowledge of your needs, 
prompt service and honorable treatment. 


FOR RECLAIMERS — 
* SCRAP RUBBER 


Magnesia 


for use with natural and synthetic 


Rubber 


for all compounding purposes 
Genmag Technical — 
with néoprene, for scorch resistance. 
Extra Light Calcined Magnesia — 
for excellent scorch resistance and high tensile, fast cures. 
Light Caltined Magnesia No. 101— 
low in price; high in effectiveness. 


Heavy Cakined Magnesia— 
low manganese types in a variety of finenesses. 


Magnesia €arbonate— 
light, fine and pure. 


General | Magnesite & 


., Magnesia Company 


200 Gravers Road, Plymouth Meeting, Pa 


FOR RUBBER FACTORIES — 


e CRUDE RUBBER 

e FACTORY SCRAP 
eDISPERSED FILLERS 

e HARD RUBBER DUST 


SCRAP PLASTICS 
Polyethylene * Polystyrene * Vinyl * Acetates 


6! 3roadway, New York 6 N. Y. 
one: HAnover 2-1173 
" Cable Address: GEOWOLOCH, N. Y 








PLASTICIZERS & SOFTENERS (Cont'd) PLASTICIZERS & SOFTENERS (Cont'd) 


Vs 
: gal 


ing Oil 
tic Naphtha 


ng Oil .. 


REINFORCING AGENTS—CARBON BLACK 
Channel, Hard Processing (HPC) (bags) 
Atlant H 8 ‘ 

( tal | b 

Dix 


K 
\ 
VV 


Channe!, Medium Processing (MPC) (bags) 


MI 


Channel, Easy Processing (EPC) (bags) 


Superla Wax 
neera Wax \t I 


1 \A 


N l 


Ne 


2 


Ne 


\ 


Neville Resins 
Nevindene Res 


ay 
Nev 


Channel, Conductive (CC) (bags) 


) 


Furnace, Fast Extruding (FEF) (bags) 
PROCESSING AIDS 


Furnace, High Modulus (HMF) (bags) 
tt 


AGENTS 
12% 1 Furnace, Medium Abrasion (MAF) (bags) 


Furnace, Reinforcing (RF) (bags) 


Furnace, Semi-Reinforcing (SRF) (bags) 


RECLAIMING AGENTS 








MAGNESIA °°" 


Oxides and Carbonates Light and 
Heavy—Tech. and U. S. P. Quality 


THE PHILIP CAREY MFG. COMPANY 
CINCINNATI 15, OHIO 


Offices and D tors in all Principal C 





"| @ NON-DETERIORATING 


RARE METAL 
RED RUBBER PRODUCTS CO. 


ATGLEN, PA. 








THE ALUMINUM FLAKE COMPANY 


AKRON 14, OHIO 
Manufacturers of { 


ALUMINUM 
FLAKE 
NEW ENGLAND AGENTS e WAREHOUSE STOCKS 


SERLOW — SCHLOSSER CO. 


401 Indust Providence 3, R. | 


colloidal hydrated 
aluminum silicate. Re- 
inforcing agent for 
natural, synthetic and 


reclaimed rubber. 


CANADA: STANDARD CHEMICAL COMPANY LTD 


Leaside, Toronto !7, Ontario, Canada 








; | TESTED vpustep 


MODEL X Tensile Tester 


& One of the many *Scott Testers f 
World-Standard” testing of rubber, tex 


tiles, plastics, paper, wire, plyw d, uf 
to | ton tensile 


SCOTT 
TESTERS 


*Tradermark 
SCOTT TESTERS, INC. 








SOUTHEASTERN CLAY CO. 


AIKEN, SOUTH CAROLINA 
! 


HERRON BROS. & MEYER Akron 
HERRON BROS. & MEYER New York 
C. M. BALDWIN Chicago 
ERNEST JACOBY & CO. 
The C. P. HALL CO. of Calif. 
DELACOUR-GORRIE, Ltd. 


Boston 
Los Angeles 


Toronto 














GENERAL LATEX 


and 


CHEMICAL CORPORATION 


Importers and Compounders 
Yatural and Synthetic 


RUBBER LATEX 


VULTEX @ 


BUNA N 
PLASTISOLS 
RESIN EMULSIONS 
LATEX COMPOUNDS 


General Latex & Chemical Corp. 


666 Main St., Cambridge 39, Mass 
General Latex & Chemicals (Canada) Ltd. 


Verdun Industrial Bldg., Verdun, Montreal, Que 


Sales Representatives in Principal Cities 
Exclusive Agents for sale in USA of 
Harrisons & Crosfield Malayan Latex 




















REINFORCING AGENTS—CARBON BLACK 
(Cont'd) 


Fernace, Fine (FF) (bags) 


Statex 


Furrace, High Abrasion (HAF) (bags) 


my ) 


Furnace, Very Fine (VFF) (bags) 


a 


Thermal, Fine (FT) bags) 


Thermal, Medium (MT) (bags) 


REINFORCING AGENTS—SILICA 


REINFORCING AGENTS—MISCELLANEOUS 

Dar x | ymer N 4 

X4 

Darex Coy 
N 


Poly 


RETARDERS 


RUBBER SUBSTITUTES 
Mineral Rubber 


Minera 


Vulcanized Vegetable Oils (Factice 


Miscellaneous Rubber Substitutes 
1B Asphaltene 


SOLVENTS 


4.8 
B 
B.9 
Solv Dp 
Special Napht! 


Textile Sx ts (t 
Amy! Chlorides, Mixed 
Aromatic Solvent 4 
Benzol 90% 

Buty! Acetate 

Buty! Alcohol 
Secor 
Tertiary 


Carbon i 
Carbon T 


( 
Cyclohexane 
Cy 


Diacetone, Pure (divd.) 


128 





SOLVENTS (Coet'd) 


Dichlorethy! Ether (dms.) Ib 
ormal (dms.) Ib 


Hexalin Cyclohexanol 


Isopropyl Alcohol, Ref. 99% 


ilvd.) 
Syn 


Methy! Isobutyl 


N Pentane Mix. (t.c 
N-6 Hexanes (t.c.) 
N-7 Hexanes (t.c.) 


R eT ~ 
Skellysolve B (Hexanes) 


Heptanes 
E (Octanes) 

R (Solvent Naphthz 
Solvenol (dms.) 
Solvent, Crude, 

> (t 
D 
O 


‘oluene (drums) 


a 
a 

ra 

a 


STABILIZING AGENTS (for Viny! Resins) 


White Lead 


STIFFENING AGENTS 


SUN CHECKING AGENTS 
A 

Antisur 

Heliozone .. 

Tonox 

TACKIFIERS 

Advaresit 
Arcco 493-49B 


) 


DA — 


“NMMBUNWBN 


Noae 


i> 


THICKENERS (FOR LATEX) 
Alcogum AN-6 


AN-10 .. ‘ 
Betanol (drums) 
Emulsorex No. 5 
Lecithin .. . 
M ol VD 


Vi 
VF 


VULCANIZING AGENTS 


Selenium 


Tellurium 
Ancatel® 


WASHING & FINISHING AGENTS 


WETTING AGENTS 
Advawet No. 10 


No. 33... . .* 
Aerosol OT 70% Clear 
Alro m . 


Trenamir W-30 
Vultamol 
Wet 


MISCELLANEOUS CHEMICALS 
Acto 450 (550-W, 600, 


630) Ib 109 


Copper ibitor X-872-L 
D-Tac esew 
2-Ethylhexanol (dms.) 
MODX . 
NB rates 
Para Resin No. 2457 
No. 2718 (e.1.)... 
Pigmented Filmite 
Polyvinyl Methyl 
Reference Fluid Ss 











AIR BAG BUFFING MACHINERY 
| STOCK SHELLS HOSE POLES 
SHERARDIZING MANDRELS 


& MACHINE CO. 858 Windsor St., Hartford, Conn. 


Representatives: Akron New York 


NATIONAL 








HOWE MACHINERY CO., INC. 
30 Gregory Avenue Passaic. N. J 
DESIGNERS G BUILDERS 
OF "V" BELT MANUFACTURING EQUIPMENT 
Cord Latexing. expanding mandrels, automatic cutting 
skiving fasalead nd roll drive wrapping machines 


ENCINEERING FACILITIES FOR SPECIAL EQUIPMENT 
Call or Write 





STEEL CALENDER STOCK 
SHELLS 


ALL STEEL, ALL WELDED CONSTRUCTION, with 


forged steel hubs for 114”, 114” and 2” square bars 


1", 5", 6°, 8", 10", 12", 15", 20” and 24” diameters, Any 
length 


Also Special Trucks (Leaf Type) Racks, Tables and Jigs. 
Used in manufacturing rubber and plastic products 


THE W. F. GAMMETER COMPANY 


CADIZ, OHIO 








LITTLEJOHN & C€O., Ine 


120 WALL STREET 
NEW YORK 5, N. Y. 
WHitehall 3-2400 
CRUDE & SYNTHETIC 
RUBBER 
NATURAL & SYNTHETIC 
LATEX 


7 


Balata—Gutta Percha 
Pontianak—C utta Siak 


All Grades of 


Brazilian and Far Eastern 
Chewing Gum Raw Materials 

















WATERGROUND WHITE AND BIOTITE 


USED FOR OVER 40 YRS. 


in 
THE RUBBER INDUSTRY 
THE ENGLISH MICA CO. 


STERLING BUILDING, STAMFORD, CONN. 





SOFTENERS and PLASTICIZERS 
For RUBBER 
From the Pine Tree 


ROSIN OIL 
PINE TAR 
BURGUNDY PITCH 
GALEX : non-oxidizing RESIN 


Send for “Pine Tree Products” Booklet 


NATIONAL ROSIN OIL PRODUCTS, Inc. 
R. K. 0. BUILDING, RADIO CITY, NEW YORK 20,.NY 


Piant: Savannah. Ga Branc! in Principal Cites 
PIONEERS OF THE 








A DEPENDABLE 
SOURCE OF SUPPLY OF 


Industrial Textiles 


FOR THE 


Rubber Industry 


such as. TIRE FABRICS 


| 
HOSE AND BELT DUCKS 
YARNS - CORDS’- THREADS | 
SHEETINGS - SPECIALTIES 

DIVERSIFIED COTTON | 
FABRICS | 


THOMASTON Whatever your needs our In- 


dustrial Textile Specialists will 
be glad to discuss them with 


a 


you. We solicit your inquirfes 


liom: aston wu. )N MILLS 


THOMASTON, GEORGIA 


NEW YORK OFFICE: 40 WORTH STREET 








CLASSHEWED WANT ADS —s, 


Heading on separate line, $1.00 in light face; $1.20 in bold face 
except Positions Wanted): Advertisements in borders: $15.00 per column inch; maximum, 85 
ght face type—Minim 0 words per inch 
i face type—Minimum, 40 All Classified Advertising must be paid in advance except for adver 
tisers on contract Send 


—) SS es 
] 


P r rd h , - 23 
ess; extra words, 5c each Rep es to keyed advertisemer ui e forwarded to advertiser 
add 5 words to word count without charge 


& Address all replies to Box Numbers care of RUBBER AGE, 250 West 57th Street, New York 19, N. : ee 
SS __ _S__—COHSS>||S— _ oan—S_OOSSEUHSaEQLS=| LTE eL—T2 LSSS=_CUeHEH4RQ|=_C— SSS eSSES|=_C——) 











Copy for November 1951, issue, must be received by Friday, November 2nd. 





POSITIONS WANTED HELP WANTED 








CHEMISTS—CHEMICAL ENGINEERS 
“Positions with the better firms” 
ENTRUSKC IN CHEMIST, both “working” and 
vistrative Must be top flight man =10,000 
CHIEF “CHEMIS IT, mechanical rubber ° open 


“Many Jr. Positions” 
Call, write or wire—GLADYS HUNTING 
DRAKE PERSONNEL, INC. 
W. Madison St., Chicago 2, IIlL., FI 6-2100 











CHEMIST 

Wanted for Research and Development work 
on natural rubber latex and spec ialty rubbers 
at our Sumatra Rubber Plantation. Graduate 
degree desired but not necessary. Applicant 
must be married man about thirty to thirty- 
five vears old with experience in’ handling 
technical personnel. 

Although experience in rubber chemistry is 
not required the candidate must have proven 
ability. Salary open. Reply by stating edueca- 
tion, work experience, and salary desired 


David Thomas 
Sales & Office Personnel 
Phe Goodyear Tire & Rubber Co. 
1144 East Market Street. Akron, Ohio 











UNUSUAL OPPORTUNITY 
for 
Chief Chemist 

We want a chief chemist with an excellent: back 
ground in solvent adhesives from rubber, synthetics 
et Must be familiar with adhesives now used by the 
shoe trade and aireraft industry 

This man must know present formulations and be 
of executive ability to take full charge of a new ad 
hesives division of a well established sunny Southern 
California corporation. Marting salary $8000.) per 
annum. Write, giving in full detail, age, education 
and experience. 


Address Box 234-W. RUBBER AGE 


* PLASTIC SOI, 


RED 
FEATURING: SCRap »RuagyRED 


MILLING COMPOUNDING GRINDING VINYL, py 


1-23 JABEZ ST., NEWARK 5,N.J || YEARS POLYETHYLENe 
TEL. HUMBOLDT 2-8000 EXPERIENCE 


RUBBER COMPANY, 
INC. 








HELP WANTED 


BUSINESS OPPORTUNITIES 





SPONGE RUBBER CHEMIST: Excellent opportunity for 
man with experience and ambition. Permanent position with 
established firm located in Pennsylvania. Salary open. Submit 
detailed resume of business experience and personal qualifications 


first letter. Address Box 179-W, RUBBER AGE. 


CHEMICAL ENGINEER: Require experienced man for rub- 
ber floor tile operation in new plant not yet manufacturing this 
Outline experience and qualifications in 


Address Box 214-W, RUBBER 


product. Salary open. 
detail. All replies confidential. 
AGI 


Immediate opening for an efficient and experienced CHEMIST. 
One able to devise and compound various types of latexes includ 
ing plastics for saturating papers for imitation leather purposes. 
Must be familiar with dyeing and vulcanizing and be able to take 
charge. Answer only if qualified. Good job for the right party. Ad 


dress Box 225-W, RUBBER AGE. 


SPOOL IL IIL ELE LL LLL EL ELE LELELELOLOLLLOLOLOLLOLLLUOLOLL DL, 


LATEX TECHNICIAN 


A large manufacturing company in Latin America 
desires technician with minimum of five years produc 
tion experience natural latex including heavy experi 
ence dipped goods. Salary up to $10,000 year. 

Address Box 233-W, RUBBER AGE 


SPILL LI PELL OLE LELO LILLE LELELLELOLLLLOLLLDELELOLEOLOLOLLE 


SOP OLOROROLROES 
SPPOPPLOLOLOL LD 





sound future open to chemist with ad 

egree and experience in hard rubber formulations and appli 

cations This chemist will work independently on a project basis 
ind will be working closely with both laboratory and production per 
mnel. Advancement will be acc ng ability, and will be to 
or production supervision 
leader in 


" 
either research and development j 
Ww a 106-year-old company and are the established Z 
bowling 4 billiards. Qurs is a multi-plant operation f | 
p ressive management This pening is in @ur main f g 
kegon, Michigan, a modern city of 100,000 where u will find | 

4 friendly, neighborly living on the shores of Lake : 

an. Address replies t | 
Mr. J. W. Edmunds j 
The Brunswick-Balke-Coliender Company H 
623 S. Wabash Avenue | 
Chicago 5, Illinois j 


housing 





BUY BARTER SELI 


Maleic Glycols — Titaniums 
Bichromates Ethanolamines 

Oil Benzol Dyes Colors Resins Lacquers 

ticizers. Other materials, supplies, etc. CHEMICAL SERVICE 

CORP., 84-04 Beaver St., New York 5, N.Y. 


Phenol Phthalic 


Oxides Hydrosul fite 


Master Batching 
Mixing of all kinds 
BESTREAD PRODUCTS CO. STOUGHTON, MASS. 








Paul Reinhart Co., Inc. 
60 Beaver Street 
New York 4, N. Y. 

Digby 4-2928 


Genuine (German 


MONTAN WAX : 


From Our Stocks 








RUBBER AND GR-S MIXING 
COMPOUNDING AND CALENDERING 
All work done under careful supervision. Contr: 
work invited. Also precision grinding and pulver 
»f many friable plastics and scrap. Phone: New Ha 
8-6151. ELM CITY RUBBER COMPANY 
BOX 1864. NEW HAVEN, CONN. 











COOPOSSC OCS SEES E DEED LES EDOODOOLEDEOELOLEEEEEDEEDL OLE 
Light Color 
Master Batching 
Mixing of All Kinds 
BARDON RUBBER PRODUCTS CO. 


Lnion Grove, Wisconsin 
SCPE PEPEPELOLELEBIOLELELELELEL ELE LELELLELLLOLLLOOLLOOR 


POPP POPOPLODD 


COOP OROOC CCR OO. 





CUSTOM MIXING 


We do milling and compounding of all types 
blacks or colors—Master Batches. All mix- 
ing done under careful supervision and labora- 
tory control. 
Phone: Butler 9-0400 


Pequanoc Rubber Company Butler, N. J. 
MASTER 


BLACK ‘circs MIXING 
COMPOUNDING R EN C 0 MOLDED 


CHEMIST AT 
YOUR SERVICE aneesan RUBBER 
PRODUCTS 


Shien 4601 Collect LAKE ZURICH, ILL. 


























EQUIPMENT WANTED EQUIPMENT FOR SALE 





LT EQUIPMENT 
meer 4 


GUARANTEED REBUI 


x 


WANTED 
Complete rubber plants. 
Also individual items such as: 2-roll mills, 
calenders, mixers and Banbury Mixers. 


R. GELB & SONS, INC. 
tate Highway No. 29, Union, New Jersey 


FOR SALE: Banbury Mixers, Mills, Calenders, Laboratory Mill 
Presses. Send 


and Banbury Unit, Extruders, Tubers, Hydraulic 
for detailed bulletin. EAGLE INDUSTRIES, INC., 110 Wash- 
New York 6, N. Y. Digby 4-8364-5-6. 





ington Street, 





FOR YOUR RUBBER PROCESSING 
MACHINERY REQUIREMENTS 


RECONDITIONED NEW USED 
Calenders — Ban 
Bale Cutters 
nders — Choppers — 
é eous equipment necessary to the proc- 
ntact the 
FOR SALE: Rubber, vinyl coated fabrics and film equipment. 
Embossers, Print Machines, Measuring and Inspection Machines, 


Akron Rubber Machinery Co., Inc etc. Excellent conditions INDUSTRIAI PRODUCTS Ol 
AMERICA, 140 Marker Street, Paterson, New Jersey. SHerwood 


7 "oa 
shh d 2-6614, 


‘an Rubber Machinery Co., Inc 


Box 88 Phone: WAlbridge 1183-4 Akron 9, Ohio 





FOR SALE 


wo Glen Mixers Model IB Variable Ratio Tachometer 
automatic 30 minute timer, speed adjusting saddle and 
complete with bowls, whips, motors, and all attach 
Good shape—good price. Avail 


ft . oJ Y al Y y ’r al ) 
Cy f ments ready ft erate 
l Direc tory of CONSULTANTS I able on ‘West Coast Address Box 229-S, RUBBER AGE 











head 























PHILIP TUCKER GIDLEY 
Research product developmen 
al and phy ai testing 
Fairhaven, Massachusetts 


R. R. OLIN LABORATORIES 
Development and research in 


Also chemicals and 


PO. Box 372 RA, Akron 9, Ohio 


SOUTH FLORIDA TEST SERVICE 
(Established 1931 
Sere ations in Southerr Ja FOR SALE: One 16” x 42” Mill with drive and 75 hp motor; 
and liner; one Elmes 


and sunlight ¢ 0 Sou 
tot mmersion exposure tests 
one Royle +4 Tuber, stainless steel screw 


4201 N w ith ‘st, “Miami, "Florida 
37 x 37, 10-opening Hydraulic Press, 30” ram; one 6 x 18’ high 
Vulcanizer with quick opening door. Send us your in- 
opment, formulas, factory layouts, e quiries.s CONSOLIDATED PRODUCTS CO., INC., 14-19 Park 
Row, New York 38, N. Y. Phone: BArclay 7-0600. 


pressure 


+ deve 


4 ynthet and eclaim rubber 
DONALD J. RASOR, Sr., Box 32, Burlington, Wisc 





J. W. Jenkins Co. 


2158 Front St., Cuyahoga Falls, Ohio (Akron) 
CRUDE RUBBER — PLASTICS — CHEMICALS 


NEW and REBUILT MACHINERY 


L. ALBERT & SON 


Trenton, N, J. Akron, 0. Chicago, Ill. 











bes Angeles, Calif. 
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INDEX TO ADVERTISERS 


A-C Supply Co Vit 
Adamson United Co Insert Following 38 
Advance Solvents & Chemical Corp — 
Akron Equipment Co 15 
Akron Rubber Machinery Co 132 
Albert, L.. & Son 132 
Alco Oil & Chemical Corp 121 
Aluminum Flake Co 127 
American Cyanamid Co 
Calico Chemical Div... 50, and Insert Following 
Industrial Chemicals Division - 
American Zinc Sales Co 
Ames, B. C., Company 
Argus Chemical Laboratory 
Armstrong Machine Works 
Atlas Electric Devices Co 
Atlas Valve Co 
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Bagley & Sewa 
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Bardon Rubber Products Co 131 
Barrett Div., Allied Chemical & Dye Corp 10 
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Bestread Products Co 131 
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Brockton Cutting Die & Machine Co 14 
Brooklyn Color Works, Inc — 
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Trading Co 

General Chemical 
Dye Corp 25 
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Cabot, Godfrey L., Inc 
Cambridge Instrument Co 
Cameron Machine Co 16 
Carey, Phillip) Mfg. Co 127 
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CLASSIFIED ADVERTISING 130, 131, 132 
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Continental Carbon Co 15 
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Insert Following 48 
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Organic Chemicals Department 


Rubber Chemicals Div Second Cover 


Elm City Rubber Co 
Emerson Apparatus Co 
English Mica Co 

Erie Engine & Mfg, Co 


Farrel-Birmingham Co 
Fawick Airflex Co. Inc 
Ferry Machine Co 


Flexo Supply Co., Inc 


Gammeter, W. F.. Co 
R. Gelb & Sons, Inc 
General Atlas Carbon Co 
General Chemical Division, Allied 
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Apparatus Dept 
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Genseke Brothers 
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Littlejohn & Co., Inc 
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Marbon Corp 
Marine Magnesium Products 

Merck & Co., Inc 
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Maryland Cork Co 
Merix Chemical Co 
Monsanto Chemical Co 
Mt. Vernon-Woodberry Mills, In 
Muehistein, H., & Co., In 


Division 
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National 
Nationa 


Lead Co 
Rosin Oil Products, In 
Nationa! Rubber Machinery C 
National Sherardizing & Machine Co 
National-Standard Co 
Naugatuck Chemical, U.S. Rubber Cc 
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New Jersey Zinc Co 
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R.. Laboratories 
Mfg. Co 


ican Chemicals Div 
can Refining Corp 
Pennsylvania Industria hemical Corp 


Pequanoc Rubber Co. 

Phillips Chemical Co 

Pike, S. J, & Co., Inc 
Pittsburgh Coke & Chemical Co 
Polyme! Corp 


Rand Rubber Co 

Randall, Frank E., Co 

Rare Metal Products Co 

Rasor, Donald J., Sr 

Reinhart, Paul, Co., Inc 
Richardson, Sid, Carbon Co 
Rotex Rubber Company, Inc 
Royle, John, & Sons 

Rubber Corp. of America, Latex 
Rubber Engineering & Chem. Co 
Rubber Raw Materia! 


Div 


St. Joseph Lead Co 

Schrader's, A., Son 23 
Schulman, A., Inc Inside Back Cover 
Scott Testers, Inc 127 
Sharples Chemicals inc 27 
Shaw, Francis, & Co., 
Shell Chemical Corp 
Shel! Oil Company 
Simplex Cloth Cutting Machine Co 
Sindar Corporation 

Sivon Machine Co 

Skelly Oil Co., Solvents Div 

South Florida Test Service 
Southeastern Clay Co 

Southern Clays, inc 

Southland Cork Co 

Spadone Machine Co 

Spencer Products Co 

Stamford Rubber Supply Co 
Standard Machinery Co 

Stanley Chemical Co 

Stanley Electric Tool 
Stauffer Chemical Co 
Stein, Hall & Co., Inc 


Ltd 
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Corporation 


ts 

Tanney-Costello Inc 
Taylor Instrument Companies 
T Laboratories, Inc 
Textile Proofers Inc 
Thomaston Mills 
Titanium Pigment Corp 
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U 
United Carbon Co Insert Fo 
United Engineering & Foundry Co 
United Rubber Machinery Exchange 
U.S. Rubber Reclaiming Co 
Utility Mfg. Co 
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White, J. J. Products Co., Inc 
Whittaker, Clark & Daniels, Inc 
Williams, C. K.,. & Co 
Wills Rubber Trimming Machine 
Wilson, Charles T., Co., Inc 
Witco Chemical Co 
Woloch, George, Co 
Wood, R. D., Co 
Wyandotte Chemicals Corp 








the 


MOLD LUBRICANT #+735—pH 10. 
or 


MOLD LUBRICANT +769—pH 7. 
brican elves the best Mica should be using "CONCORD" because: 


A r ants have proven 


ante of anual aihenn 


+} 


adhesion 


er 


WATER-GROUND 
"At Its Best" 








Every rubber manufacturer using Water-Ground 


I—It is ground exclusively from a clean, white 


Muscovite Mica India 


and Africa. 
2—I+ is whiter and purer. 


Mold Lubricants +735 and #769 are not emulsions. You get scrap imported from 
perfect mixture with hard or soft water or alcohol, and there 
is no separation on standing. This insures perfect lubrication on 
all types of molds. 
Try a sample of our Mold Lubricants #735 and #769 and 
cure your troubles 


STONER'S INK COMPANY 
QUARRYVILLE, PENNA. 


3—It is strictly competitive in price. 
Send for samples and prices 


CONCORD MICA CORPORATION 


27 Crescent Street Penacook, N. H. 








PANEER A 





»»- UNEXPECTED EMELGENCY 


Good riders rarely have unexpected falls, since they can 


fully depend upon their well-trained horses. 


You as a user of carbon black can also fully depend on a 
continuing supply of economical-to-use TEXAS CHAN- 
NEL BLACKS from the Sid Richardson Carbon Co. 


With the world’s largest channel black plant and our own 
available nearby resources, we assure your present and 


future requirements. Let us serve you. 


TEXAS 


CHANNEL BLACKS 


Sid Richa cdson 


C A R B O N 


FORT WORTH, TEXAS 














GENERAL SALES OFFICES 
EVANS SAVINGS AMD LOAM BUILDING 
AKRON 8. OHIO 








EAST 
ST. LOUIS 


14TH and CONVERSE 
BRidge 
5326 


NEW YORK 


500 FIFTH AVE. 
LOngacre 


4-5960 
AKRON 


790 E. TALLMADGE 
HEmlock 
4124 


BOSTON 


738 STATLER BLDG. 
Liberty 


2-2717 








“A. Schulman Inc. 


Ribber and Platlics 














ae 4 LIGHT — iny 


° STABELAN G-1 is a new stabilizer in paste 
form (100% active) that will bring greater 
heat and light stability to your polyvinyl! chloride 
resin products — molded forms, calendered films 
or cast dispersions . . . It will prevent discolora- 
tion during fluxing or fusion at processing tem- 
peratures as high as 350° F., or in the production 
of clear or pigmented films on the calender or 
cast from dispersions . . . It will appreciably 
retard breakdown under prolonged heat aging 
and provide greater resistance to ultra-violet 
light, making possible the production of films 
of greater transparency and life... STABELAN 
G-| is an all-purpose stabilizer, now available 


in any quantity. 


THIS NEW MEMBER OF THE STABELAN FAMILY 
TAKES ITS PLACE WITH... 


Write for bulletin giving STABELAN XL — (Powder) Non-toxic, for limited heat stability, 
complete technical data excellent light stability, translucent stocks. 


STABELAN E — 100% active paste form, for utmost heat and light 
stability in high clarity film and sheet. 


HARWICK STANDARD CHEMICAL Co. 


AKRON , OHIO 


BRANCHES: BOSTON, TRENTON, CHICAGO, LOS ANGELES 
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BRAZE 


The New Easy-Handling Adhesive 


For Bonding 


RUBBER, GR-S, NEOPRENE 
to METALS 


See the November Vanderbilt News for 


a complete description and suggested uses. 


R. T. VANDERBILT CO. we. 


230 Park Avenue, New York 17, N. Y. 





